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SPECIAL NOTES 


API publications necessarily address problems of a general nature. With respect to partic- 
ular circumstances, local, state, and federal laws and regulations should be reviewed. 

API is not undertaking to meet the duties of employers, manufacturers, or suppliers to 
warm and properly train and equip their employees, and others exposed, concerning health 
and safety risks and precautions, nor undertaking their obligations under local, state, or fed- 
eral laws. 

Information concerning safety and health risks and proper precautions with respect to par- 
ticular materials and conditions should be obtained from the employer, the manufacturer or 
supplier of that material, or the material safety data sheet. 

Nothing contained in any API publication is to be construed as granting any right, by 
implication or otherwise, for the manufacture, sale, or use of any method, apparatus, or prod- 
uct covered by letters patent. Neither should anything contained in the publication be con- 
strued as insuring anyone against liability for infringement of letters patent. 

Generally, API standards are reviewed and revised, reatfirmed, or withdrawn at least every 
five years. Sometimes a one-time extension of up to two years will be added to this review 
cycle. This publication will no longer be in effect five years after its publication date as an 
operative API standard or, where an extension has been granted, upon republication. Status 
of the publication can be ascertained from the API Pipeline Segment [telephone (202) 682- 
8000]. A catalog of API publications and materials is published annually and updated quar- 
terly by API, 1220 L Street. N.W., Washington, D.C. 20005. 

This document was produced under API standardization procedures that ensure appropri- 
ate noufication and participation in the developmental process and is designated as an API 
standard. Questions concerning the interpretation of the content of this standard or com- 
ments and questions concerning the procedures under which this standard was developed 
should be directed in writing to the general manager of the Pipeline Segment, American 
Petroleum Institute, 1220 L Street, N.W., Washington, D.C. 20005. Requests for permission 
to reproduce or translate all or any part of the material published herein should also be 
addressed to the general manager. 

API standards are published to facilitate the broad availability of proven, sound engineer- 
ing and operating practices. These standards are not intended to obviate the need for apply- 
ing sound engineering judgment regarding when and where these standards should be 
utilized. The formulation and publication of API standards is not intended in any way to 
inhibit anyone from using any other practices. 

Any manufacturer marking equipment or materials in conformance with the marking 
requirements of an API standard is solely responsible for complying with al! the applicable 
requirements of that standard. API does not represent, warrant, or guarantee that such prod- 
ucts do in fact conform to the applicable API standard. 


All rights reserved, No part of this work may be reproduced, stored in a retrieval system, or 
transmitted by any means, electronic, mechanical, photocopying, recording, or otherwise, 
without prior written permission from the publisher. Contact the Publisher, 

API Publishing Services, 1220 L Street, N.W., Washington, D.C. 20005. 
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FOREWORD 


This standard was prepared by a formulating committee that included representatives of 
the American Petroleum Institute, the American Gas Association, the Pipe Line Contractors 
Association, the American Welding Society, and the American Society for Nondestructive 
Testing, as well as representatives of pipe manufacturers and individuals associated with 
related industries. 

The purpose of this standard is to present methods for the production of high-quality welds 
through the use of qualified welders using approved welding procedures, materials, and 
equipment. Its purpose is also to present inspection methods to ensure the proper analysis of 
welding quality through the use of qualified technicians and approved methods and equip- 
ment. It applies to both new construction and in-service welding. 

The use of this standard is entirely voluntary and is intended to apply to welding of piping 
used in the compression, pumping, and transmission of crude petroleum, petroleum prod- 
ucts, fuel gases, carbon dioxide, and nitrogen and, where applicable, to distribution systems. 

This standard represents the combined efforts of many engineers who are responsible for 
the design, construction, and operation of oil and gas pipelines, and the committee apprecia- 
tively acknowledges their wholehearted and valuable assistance. 

From time to time, revisions of this standard will be necessary to keep current with tech- 
nological developments. The committee is always anxious to improve this standard and will 
give full consideration to all comments received. 

An appeal of any API standards action by an interested party shall be directed to the API. 

API publications may be used by anyone desiring to do so. Every effort has been made by 
the Institute to assure the accuracy and reliability of the data contained in them; however, the 
Institute makes no representation, warranty, or guarantee in connection with this publication 
and hereby expressly disclaims any liability or responsibility for loss or damage resulting 
from its use or for the violation of any federal, state, or municipal regulation with which this 
publication may confiict. 

Suggested revisions are invited and should be submitted to the general manager of 
the Pipeline Segment, American Petroleum Institute, 1220 L Street, N.W., Washington, D.C. 
20005. 

ATTENTION USERS: Portions of this standard have been changed from the previous edi- 
tion. The locations of changes have been marked with a bar in the margin, as shown to the 
left of this paragraph. In some cases, the changes are significant, while in other cases the 
changes reflect minor editorial adjustments. The bar notations are provided as an aid to users 
as to those parts of the standard that have been changed from the previous edition, but API 
makes no warranty as to the accuracy of such bar notations. 
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Welding of Pipelines and Related Facilities 


1 General 
1.1 SCOPE 


This standard covers the gas and arc welding of butt, fillet, 
and socket welds in carbon and low-alloy steel piping used in 
the compression, pumping, and transmission of crude petro- 
leum, petroleum products, fuel gases, carbon dioxide, and 
nitrogen and, where applicable, covers welding on distribution 
systems. It applies to both new construction and in-service 
welding. The welding may be done by a shielded metal-are 
welding, submerged arc welding, gas tungsten-arc welding, 
gas metal-arc welding, flux-cored arc welding, plasma arc 
welding, oxyacetylene welding, or flash butt welding process 
or by a combination of these processes using a manual, semi- 
automatic, or automatic welding technique or a combination of 
these techniques. The welds may be produced by position or 
roll welding or by a combination of position and roll welding. 

This standard also covers the procedures for radiographic, 
magnetic particle, liquid penetrant, and ultrasonic testing as 
well as the acceptance standards to be applied to production 
welds tested to destruction or inspected by radiographic, 
magnetic particle, liquid penetrant, ultrasonic, and visual test- 
ing methods. 

The values stated in either inch-pound units or SI units are 
to be regarded separately as standard. Each system is to be 
used independently of the other, without combining values in 
any way. 

Processes other than those described above will be consid- 
ered for inclusion in this standard. Persons who wish to have 
other processes included shall submit, as a minimum, the fol- 
lowing information for the committee’s consideration: 


A description of the welding process. 
A proposal on the essential variables. 
A welding procedure specification. 
. Weld inspection methods. 
. Types of weld imperfections and their proposed accep- 
tance limits. 
f. Repair procedures. 
It is intended that all work performed in accordance with this 
standard shal] meet or exceed the requirements of this standard. 


ono ge 


2 Referenced Publications 


The following standards, codes, and specifications are 
cited in this standard: 


API 


Spec 5L Specification for Line Pipe 


ASNT! 
RP SNT-TC-1A Personnel Qualification and Certification 
in Nondestructive Testing 


ACCP ASNT Central Certification Program 
ASTM? 
E 164 Standard Practice for Ultrasonic Contact 
Examination of Weldments 
E 165 Standard Test for Liquid Penetrant 
Examination 
E 709 Standard Guide for Magnetic Particle 
Examination 
E 747 Standard Practice for Design, Manufac- 
tue and Material Grouping Classification 
of Wire Image Quality Indicators (IQI) 
Used for Radiology 
E 1025 Standard Practice for Design, Manufac- 
ture, and Material Grouping Classification 
of Hole-Type Image Quality Indicators 
(IQ!) Used for Radiology 
Aws? 
A3.0 Welding, Terms and Definitions 
A5.1 Covered Carbon Steel Arc Welding 
Electrodes 
A5.2 Tron and Steel Oxyfuel Gas Welding Rods 
AS.5 Low Alloy Steel Covered Arc Welding 
Electrodes 
A5.17 Carbon Steel Electrodes and Fluxes for 
Submerged Arc Welding 
A5.18 Carbon Steel Filler Metals for Gas 
Shielded Arc Welding 
A5.20 Carbon Steel Electrodes for Flux Cored 
Arc Welding 
AS.28 Low Alloy Steel Filler Metals for Gas 
Shielded Arc Welding 
A5.29 Low Alley Steel Electrodes for Flux 
Cored Arc Welding 
BSI 


BS 7448: Part 2 Fracture Mechanics Toughness Tests Part 
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Lane, P.O. Box 28518, Columbus, Ohio 43228-0518. 

2American Society for Testing and Materials, 100 Barr Harbor 
Drive, West Conshohocken, Pennsylvania 19428-2959. 

3American Welding Society, 550 N.W. LeJeune Road, Miami, 
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NACE? 
MROI75 Sulfide Stress Cracking Resistant Metallic 


Materials for Oil Field Equipment 


3. Definition of Terms 
3.1 GENERAL 


The welding terms used in this standard are as defined in 
AWS A3.0, with the additions and modifications given in 3.2. 


3.2. DEFINITIONS 


3.2.1 automatic welding: Arc welding with equipment 
that performs the entire welding operation without manual 
manipulation of the arc or electrode other than guiding or 
tracking and without a manual welding-skill requirement of 
the operator. 


3.2.2. company: The owner company or the engineering 
agency in charge of construction. The company may act 
through an inspector or another authorized representative. 


3.2.3 contractor: Includes the primary contractor and any 
subcontractors engaged in work covered by this standard. 


3.2.4 defect: An imperfection of sufficient magnitude to 
warrant rejection based on the stipulations in this standard. 


3.2.5 imperfection: A discontinuity or irregularity that is 
detectable by methods outlined in this standard. 


3.2.6 indication: Evidence obtained by nondestructive 
testing. 
3.2.7 internal concavity: A bead that is properly fused 


to and completely penetrates the pipe wall thickness along 
both sides of the bevel, but whose center is somewhat above 
the inside surface of the pipe wall. The magnitude of concav- 
ity is the perpendicular distance between an axial extension of 
the pipe wall surface and the lowest point on the weld 
bead surface. 


3.2.8 position welding: Welding in which the pipe or 
assembly is heid stationary. 
3.2.9 qualified welder: A welder who has demonstrated 


the ability to produce welds that meet the requirements of 
Sections 5 or 6. 


3.2.10 qualified welding procedure: A tested and 
proven detailed method by which sound welds with suitable 
mechanical] properties can be produced. 


3.2.11. radiographer: A person who performs radio- 
graphic operations. 


3.2.12 repair: Any rework on a completed weld that 
requires welding to correct a fault in the weld that has been 


5NACE International, 1440 South Creek Drive, Houston. Texas 77084. 


discovered by visual or nondestructive testing and is beyond 
this standard’s limits of acceptability. 


3.2.13 roll welding: Welding in which the pipe or assem- 
bly is rotated while the weld metal is deposited at or near the 
top center. 


3.2.14 root bead: The first or stringer bead that initially 
joins two sections of pipe, a section of pipe to a fitting, or two 
fittings. 


3.2.15 semiautomatic welding: Arc welding with 
equipment that controls only the filler-metal feed. The 
advance of the welding is manually controlled. 


3.2.16 shall: Term that indicates a mandatory require- 
ment. The term should indicates a recommended practice. 


3.2.17 weld: The completed weld joining two sections of 
pipe, a section of pipe to a fitting, or two fittings. 


3.2.18 welder: A person who makes a weld. 


4 Specifications 
4.1 EQUIPMENT 


Weiding equipment, both gas and arc, shall be of a size and 
type suitable for the work and shall be maintained in a condi- 
tion that ensures acceptable welds, continuity of operation, 
and safety of personnel. Arc-welding equipment shall be 
operated within the amperage and voltage ranges given in the 
qualified welding procedure. Gas-welding equipment shall be 
operated with the flame characteristics and tip sizes given in 
the qualified welding procedure. Equipment that does not 
meet these requirements shall be repaired or replaced. 


4.2. MATERIALS 


4.2.1 Pipe and Fittings 


This standard applies to the welding of pipe and fittings 
that conform to the following specifications: 


a. API Specification 5L. 
b. Applicable ASTM specifications. 

This standard also applies to materials with chemical and 
mechanical properties that comply with one of the specifica- 
tions listed in items a and b above, even though the material is 
not manufactured in accordance with the specification. 


4.2.2 Filler Metal 
4.2.2.1. Type and Size 


All filler metals shall conform to one of the following spec- 
ifications: 


a. AWS A5.1. 
b. AWS A5.2. 
c. AWS A555. 


2000 10:22:07 


Ente Nacionale Itlians di Unifacazione 


| 
h 


Information Handling Services, 


COPYRIGHT 2000 |] 
Febuary 04, 


STD-API/PETRO STD LLO4-ENGL 1999 MM 0792290 Ob17427 526 


WELDING OF PIPELINES AND RELATED FACILITIES 3 
gm ie SS es 
d. AWS A5.17. 5.2 RECORD 
e. AWS A5.18. The details of each qualified procedure shail be recorded. 
f. AWS A5.20. The record shall show complete results of the procedure qual- 
g. AWS A5.28. ification test. Forms similar to those shown in Figures | and 2 
h. AWS A5.29. should be used. The record shall be maintained as long as the 


Filler metals that do not conform to the specifications 
above may be used provided the welding procedures involv- 
ing their use are qualified. 


4.2.2.2 Storage and Handling of Filier Metals 
and Fluxes 


Filler metals and fluxes shall be stored and handled to 
avoid damage to them and to the containers in which they are 
shipped. Filler metals and fluxes in opened containers shall be 
protected from deterioration, and filler metals that are coated 
shall be protected from excessive changes in moisture. Filler 
metals and fluxes that show signs of damage or deterioration 
shall not be used. 


4.2.3 Shielding Gases 


4.2.3.1 Types 


Atmospheres for shielding an arc are of several types and 
may consist of inert gases, active gases, or mixtures of inert 
and active gases. The purity and dryness of these atmospheres 
have great influence on welding and should be of values suit- 
able for the process and the materials to be welded. The 
shielding atmosphere to be used shall be qualified for the 
material and the welding process. 


4.2.3.2 Storage and Handling 


Shielding gases shall be kept in the containers in which they 
are supplied, and the containers shall be stored away from 
extremes of temperature. Gases shall not be field-intermixed 
in their containers. Gases of questionable purity and those in 
containers that show signs of damage shall not be used. 


5 Qualification of Welding Procedures for 
Welds Containing Filler-Metal Additives 


5.1 PROCEDURE QUALIFICATION 


Before production welding is started, a detailed procedure 
specification shall be established and qualified to demonstrate 
that welds with suitable mechanical properties (such as 
strength, ductility, and hardness) and soundness can be made 
by the procedure. The quality of the welds shall be deter- 
mined by destructive testing. These procedures shail be 
adhered to except where a change is specifically authorized 
by the company, as provided for in 5.4. 
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procedure is in use. 


5.3 PROCEDURE SPECIFICATION 


5.3.1 General 


The procedure specification shall include the information 
specified in 5.3.2, where applicable. 


5.3.2 Specification Information 


5.3.2.1 Process 


The specific process or combination of processes used 
shall be identified. The use of a manual, semiautomatic, or 
automatic welding process or any combination of these shall 
be specified. 


5.3.2.2 Pipe and Fitting Materials 


The materials to which the procedure applies shall be identi- 
fied. API Specification 5L pipe, as well as materials that con- 
form to acceptable ASTM specifications, may be grouped 
(see 5.4.2.2), provided that the qualification test is made on the 
material with the highest specified minimum yield strength in 
the group. 


5.3.2.3 Diameters and Wali Thicknesses 


The ranges of diameters and wall thicknesses over which 
the procedure is applicable shall be identified. Examples of 
suggested groupings are shown in 6.2.2, items d. and e. 


5.3.2.4 Joint Design 


The specification shall include a sketch or sketches of the 
joint that show the angle of bevel, the size of the root face, 
and the root opening or the space between abutting members. 
The shape and size of fillet welds shall be shown. If a backup 
is used, the type shall be designated. 


5.3.2.5 Filler Metal and Number of Beads 

The sizes and classification number of the filler metal and the 
minimum number and sequence of beads shall be designated. 
5.3.2.6 Electrical Characteristics 


The current and polarity shall be designated, and the range 
of voltage and amperage for each electrode, rod, or wire shall 
be shown. 
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PROCEDURE SPECIFICATION NO. 


For 
Process __ 
Material 
Diameter and wall thickness 
Joint design 
Filler metal and no. of beads 
Electrical or flame characteristics 
Position 

Direction of welding 
No. of welders 
Time lapse between passes 
Type and removal of lineup clamp __ 
Cleaning and/or grinding 
Preheat/stress relief 
Shielding gas and flow rate 
Shielding flux 
Speed of travel 
Plasma gas composition 
Plasma gas orifice size _ 
Sketches and tabulations attached ! 


Welding of Pipe and fittings 


Tested 


Welder 


Approved 


Welding supervisor 


Adopted 


Chief engineer 


me | me 1/16" (1.6 mm) 


{ 1/32" ~ I/16" (0.8 — 1.6 mm) 


c= 
oes 


KAAS 
Approximately 1/16" (1.6 mm) _ . i The" + 1/32" (1.6 mm + 0.8 mm) 


Standard V-Bevel Butt Joint 


RN 
YU ==EWN 


Approximately 1/8" 
(3 mm) 


- 


_ 


Sequence of Beads 


Note: Dimensions are for example only. 


ELECTRODE SIZE AND NUMBER OF BEADS 


Electrode Amperage 
Size and and 
Bead Number Type Voltage Polarity Speed 
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COUPON TEST REPORT 


Test No. 


Weather conditions 


Voitage 


Welding machine type 


Filler metal 


Weld Position: 
Mark 
Time of day 


Fixed O 


Wind break used pa 


Amperage aS os a ms 
Welding machine size 


Reinforcement size 
Pipe type and grade 
Wall thickness 


Tensile strength 


Fracture location 


oJ Welder 


1. 


) Procedure 


Maximum tensile 
Remarks on tensile-strength tests 


4 Quailitying test 
—S Line test 


Minimum tensile 


3. 
4. 


Outside diameter 


OQ Qualified 
Disqualified 


Average tensile _ 


Remarks on bend tests 


4 


Remarks on nick-break tests 


Test made at 


Tested by 


Date 
Supervised by 


Note: Use back for additional remarks. This form can be used to report either a procedure qualification test or a welder qualification test. 
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5.3.2.7 Flame Characteristics 


The specification shall designate whether the flame is neu- 
tral, carburizing, or oxidizing. The size of the orifice in the 
torch tip for each size of rod or wire shall be specified. 


5.3.2.8 Position 


The specification shall designate roll or position welding. 


5.3.2.9 Direction of Welding 

The specification shall designate whether the welding is to 
be performed in an uphill or downhili direction. 
5.3.2.10 Time Between Passes 


The maximum time between the completion of the root 
bead and the start of the second bead, as well as the maxi- 
mum time between the completion of the second bead and the 
start of other beads, shall be designated. 
5.3.2.11. Type and Removal of Lineup Clamp 


The specification shall designate whether the lineup clamp 
is to be internal or external or if no clamp is required. If a 
clamp is used, the minimum percentage of root-bead welding 
that must be completed before the clamp is released shall be 
specified. 
§.3.2.12 Cleaning and/or Grinding 

The specification shall indicate whether power tools or 
hand tools are to be used for cleaning, grinding, or both. 


5.3.2.13 Pre- and Post-Heat Treatment 


The methods, temperature, temperature-control methods, 
and ambient temperature range for pre- and post-heat treat- 
ment shall be specified (see 7.11). 


5.3.2.14 Shielding Gas and Flow Rate 


The composition of the shielding gas and the range of flow 
rates shall be designated. 


5.3.2.15 Shielding Flux 


The type of shielding flux shall be designated. 


5.3.2.16 Speed of Travel 


The range for speed of travel, in inches (millimetres) per 
minute, shal] be specified for each pass. 


5.4 ESSENTIAL VARIABLES 
5.4.1. General 


A welding procedure must be re-established as a new pro- 
cedure specification and must be completely requalified when 
any of the essential variables listed in 5.4.2 are changed. 
Changes other than those given in 5.4.2 may be made in the 
procedure without the need for re-qualification, provided the 
procedure specification is revised to show the changes. 


5.4.2 Changes Requiring Requalification 
5.4.2.1. Welding Process or Method of Application 


A change from the welding process or method of applica- 
tion established in the procedure specification (see 5.3.2.1) 
constitutes an essential variable. 


5.4.2.2 Base Material 


A change in base material constitutes an essential variable. 
When welding materials of two separate material groups, the 
procedure for the higher strength group shall be used. For the 
purposes of this standard, all materials shall] be grouped 
as follows: 


a. Specified minimum yield strength less than or equal to 
42,000 psi (290 MPa). 

b. Specified minimum yield strength greater than 42,000 psi 
(290 MPa) but less than 65,000 psi (448 MPa). 

c. For materials with a specified minimum yield strength 
greater than or equal to 65,000 psi (448 MPa), each grade 
shall receive a separate qualification test. 


Note: The groupings specified in 5.4.2.2 do not imply that base mate- 
rials or filler metals of different analyses within a group may be indis- 
criminately substituted for a material that was used in the qualification 
test without consideration of the compatibility of the base materials 
and filler metals from the standpoint of metallurgical and mechanical 
properties and requirements for pre- and post-heat treatment. 


5.4.2.3 Joint Design 


A major change in joint design (for example, from V 
groove to U groove) constitutes an essenual variable. Minor 
changes in the angle of bevel or the land of the welding 
groove are not essential variables. 


5.4.2.4 Position 


A change in position from roll to fixed, or vice versa, con- 
stitutes an essential variable. 


5.4.2.5 Wall Thickness 


A change from one wall-thickness group to another consti- 
tutes an essential variable. 
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5.4.2.6 Filler Metal 


The following changes in filler metal constitute essential 
variables: 


a. A change from one filler-metal group to another (see 
Table 1). 

b. For pipe materials with a specified minimum yield 
strength greater than or equal to 65,000 psi (448 MPa), a 
change in the AWS classification of the filler metal 
(see 5.4.2.2). 


Changes in filler metal within filler metal groups may be 
made within the material groups specified in 5.4.2.2. The 
compatibility of the base material and the filler metal should 
be considered from the standpoint of mechanical properties. 


5.4.2.7 Electrical Characteristics 


A change from DC electrode positive to DC electrode neg- 
ative or vice versa or a change in current from DC to AC or 
vice versa constitutes an essential variable. 


5.4.2.8 Time Between Passes 


An increase in the maximum time between completion of 
the root bead and the start of the second bead constitutes an 
essential variable. 


5.4.2.9 Direction of Welding 


A change in the direction of welding from vertical down- 
hill to vertical uphill, or vice versa, constitutes an essential 
variable. 


5.4.2.10 Shielding Gas and Flow Rate 


A change from one shielding gas to another or from one 
mixture of gases to another constitutes an essential variable. 
A major increase or decrease in the range of flow rates for the 
shielding gas also constitutes an essential variable. 


§.4.2.11 Shielding Flux 


Refer to Table 1, Footnote a, for changes in shielding flux 
that constitute essential variables. 


5.4.2.12 Speed of Travel 


A change in the range for speed of travel constitutes an 
essential variable. 


5.4.2.13 Preheat 


A decrease in the specified minimum preheat temperature 
constitutes an essential variable. 
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Tabie 1—Filler Metal Groups 


AWS 
Group Specification Electrode Flux¢ 
1 AS.1 E6010, E6011 
AS5.5 £7010, E7011 
2 A535 E8010, E8011 
E9010 
3 AS.]orA5.5 £7015, E7016, E7018 
A5.5 E8015, E8016, E8018 
E9018 
4a A5.17 EL8 P6XZ 
EL8K F6X0 
EL1i2 F6XK2 
EM5K F7XZ 
EM12K F7X0 
EM13K F7X2 
EMIi5K 
5b A5.18 ER70S-2 
A5.18 ER70S-6 
A5.28 ER80S-D2 
A5.28 ER90S-G 
6 A5.2 RG60, RG65 
7 AS.20 E61T-GS4 
E7IT-GS4 
8 A5.29 E71T8-K6 
9 A5.29 E91T8-G 


Note: Other electrodes, filler metals, and fluxes may be used but 
require separate procedure qualification. 

aAny combination of flux and electrode in Group 4 may be used to 
qualify a procedure. The combination shall be identified by its com- 
plete AWS classification number, such as F7A0-EL12 or F6A2- 
EM12K. Only substitutions that result in the same AWS classifica- 
tion number are permitted without requalification. 

bA shielding gas (see 5.4.2.10) shall be used with the electrodes in 
Group 5. 

In the flux designation, the X can be either an A or P for As Welded 
or Post-Weld Heat-Treated. 

SFor root-pass welding only. 


5.4.2.14 Post-Weld Heat Treatment (PWHT) 


The addition of PWHT or a change from the ranges or val- 
ues specified in the procedure shall each constitute an essen- 
tial variable. 


5.5 WELDING OF TEST JOINTS—BUTT WELDS 


To weld the test joint for butt welds, two pipe nipples 
shall be joined, following all the details of the procedure 
specification. 
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5.6 TESTING OF WELDED JOINTS—BUTT WELDS 
5.6.1. Preparation 


To test the butt-welded joint, test specimens shall be cut 
from the joint at the locations shown in Figure 3. (See Section 
13 for testing requirements for the flash welding procedure.) 
The minimum number of test specimens and the tests to which 
they shall be subjected are given in Table 2. The specimens 
shall be prepared as shown in Figures 4, 5, 6. or 7. For pipe 
less than 2.375 in. (60.3 mm) in outside diameter, two test 
welds shall be performed to obtain the required number of test 
specimens. The specimens shall be air cooled to ambient tem- 
perature prior to being tested. For pipe less than or equal to 
1.315 in. (33.4 mm) in outside diameter. one full-section spec- 
imen may be substituted for the four reduced-section nick- 
break and root-bend specimens. The full-section specimen 
shall be tested in accordance with 5.6.2.2 and shall meet the 
requirements of 5.6.2.3. 


5.6.2 Tensile-Strength Test 


5.6.2.1. Preparation 


The tensile-strength test specimens (see Figure 4) shall be 
approximately 9 in. (230 mm) long and approximately 1 in. 
(25 mm) wide. They may be machine cut or oxygen cut, and 
no other preparation is needed unless the sides are notched or 
are not parallel. If necessary, the specimens shall be machined 
so that the sides are smooth and parallel. 


5.6.2.2 Method 


The tensile-strength test specimens shall be broken under 
tensile load using equipment capable of measuring the load at 


which failure occurs. The tensile strength shall be computed 
by dividing the maximum load at failure by the smallest 
cross-sectional area of the specimen, as measured before the 
load is applied. 


5.6.2.3. Requirements 


The tensile strength of the weld, including the fusion zone 
of each specimen, shall be greater than or equal to the speci- 
fied minimum tensile strength of the pipe material but need 
not be greater than or equal to the actual tensile strength of 
the material. If the specimen breaks outside the weld and 
fusion zone (that is, in the parent pipe material) and meets the 
minimum tensile-strength requirements of the specification, 
the weld shall be accepted as meeting the requirements. 

If the specimen breaks in the weld or fusion zone and the 
observed strength is greater than or equal to the specified 
minimum tensile strength of the pipe material and meets the 
soundness requirements of 5.6.3.3, the weld shall be accepted 
as meeting the requirements. 

If the specimen breaks below the specified minimum ten- 
sile strength of the pipe material, the weld shall be set aside 
and a new test weld shall be made. 


5.6.3 Nick-Break Test 


5.6.3.1 Preparation 


The nick-break test specimens (see Figure 5) shall be 
approximately 9 in. (230 mm) long and approximately 1 in. 
(25 mm) wide and may be machine cut or oxygen cut. They 
shall be notched with a hacksaw on each side at the center of 
the weld, and each notch shall be approximately 1/g inch 
(3 mm) deep. 


‘Table 2—Type and Number of Test Specimens for Procedure Qualification Test 


Outside Diameter of Pipe 


Number of Specimens 


Tensile Nick- Root Face Side 
Inches Millimetres Strength Break Bend Bend Bend Total 

Wall Thickness < 0.500 inch (12.7 mm) 

< 2.375 < 60.3 ob 2 2 0 ) 4a 

2.375-4.500 60.3-114.3 oP i) 2 0 0 4 

> 4.500-12.750 114.3-323,9 2 2 2 2, 0 8 

> 12.750 > 323.9 4 4 4 4 0 16 
Wall Thickness > 0.500 inch (12.7 mm) 

< 4.500 < 114.3 oP 2 0 0 2 4 

> 4.500—12.750 > 114.3-323.9 2 2 0 0 4 8 

> 12.750 > 323.9 4 4 0 0 8 16 


4One nick-break and one root-bend specimen shall be taken from each of two test welds. or for pipe less than or equal to 1.315 inches (33.4 mm) 


in diameter, one full-section tensile-strength specimen shal] be taken. 


>For materials with specified minimum yield strengths greater than 42.000 psi (290 MPa), a minimum of one tensile test shall be required. 


10:22:07 


Ente Nacionale Itlians di Unifacazione 


Information Handling Services, 


STD-API/PETRO STD LLOY-ENGL 19945 0732290 O8L7499 62], 


WELDING OF PIPELINES AND RELATED FACILITIES 


Nick-break o4 
Root or 


Top of pipe—_ 


— gore 


: Root 
Top of pipe Root or SS 
“a, side bend bend” See Note 2 
i4 Nick-break 
Face or Top of pipe 
side bend Tensile 
Root or Nick-break 
side bend oe 
© 


oS 


A eater 


Pal Q 


_N 
Gr 


oe than 4.500" (114.3 
‘ : 3mm 
Greater than or equal to 2.375" (60.3 m fe ( ae ) 
but less than or equal to 4.500" (114.3 mm); but | th equal t 
also, less than or equal to 4.500" (114.3 mm "7 Boro (323.9 pa 2 
when wall thickness is greater than , _ 
0.500" (12.7 mm) , L 
~ 2 rast or 
: side bend 
Nick-break 
. Face or 
Tensile side bend 
: Top of pipe : 
Root bend or side bend Face or side bend 
Nick-break Tensile 
Tensile oY wy Root or side bend 
Face or side bend Ms i, Nick-break 
Greater than 12.750" (323.9 mm) 
| 0 a 
Root or side bend LY bel or side bend 
Nick-break jas Nick-break 
Tensile Tensile 
Face or side bend Root or side bend 
Notes: 


1. At the company’s option, the locations may be rotated, provided they are equally spaced around the pipe; however, specimens 
shall not include the longitudinal weld. 
2. One full-section tensile specimen may be used for pipe with a diameter less than or equal to 1.315 in. 33.4 mm). 


Figure 3—Location of Test Butt-Weld Specimens for Procedure Qualification Test 
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Specimen may be machine or oxygen cut; 
edges shall be smooth and parailel 


4 


Approximately 
1" (25 mm) 


Y 


Approximately 


9" (230 mm) seneciaia! 


fs ee 
iS a a na, Wall mines 


Weld reinforcement 
should not be removed 
on either side of specimen 


Figure 4—Tensile-Strength Test Specimen 


Notch cut by hacksaw; 
specimen may be machine or 
oxygen cut; edges shall be 
smooth and parallel 


Approximately */s" 
(3 mm) 


3/a" (19 mm) min. 


Approximately */g" 
(3 mm) 
HJ Approximately 9" (280 mm) | ~~ 


Weid reinforcement 
should not be removed 
on either side of specimen 


peal 


Wall thickness 


A 


Approximately t/s" (3 mm) 


Transverse notch not to 
exceed 1/16" (1.6 mm) in depth 


Optional nick-break test 
specimen for automatic and 
semiautomatic welding 


Figure 5—Nick-Break Test Specimen 


f 
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a 


Nick-break specimens prepared in this manner from welds 
made with certain automatic and semiautomatic processes 
may fail through the pipe instead of the weld. When previous 
testing experience indicates that failures through the pipe can 
be expected, the external reinforcement may be notched to a 
depth of not more than 16 in. (1.6 mm), measured from the 
original weld surface. 

At the company’s option, nick-break specimens for qualifi- 
cation of a procedure using a semiautomatic or automatic 
welding process may be macro-etched prior to being nicked. 


5.6.3.2 Method 


The nick-break specimens shall be broken by pulling in a 
tensile machine, by supporting the ends and striking the center, 
or by supporting one end and striking the other end with a ham- 
mer. The exposed area of the fracture shall be at least 3/4 in. 
(19 mm) wide. 


5.6.3.3 Requirements 


The exposed surfaces of each nick-break specimen shall 
show complete penetration and fusion. The greatest dimen- 
sion of any gas pocket shall not exceed '/1¢ in. (1.6 mm), and 
the combined area of all gas pockets shall not exceed 2% of 
the exposed surface area. Slag inclusions shall not be 
more than !/35 in. (0.8 mm) in depth and shall not be more 
than !/g in. (3 mm) or one-half the nominal wall thickness in 
length, whichever is smaller. There shall be at least My in. 
(13 mm) separation between adjacent slag inclusions. The 
dimensions should be measured as shown in Figure 8. 
Fisheyes, as defined in AWS A3.0, are not cause for rejection. 


Specimen may be 
machine or oxygen cut 


5.6.4 Root- and Face-Bend Test 
5.6.4.1. Preparation 


The root- and face-bend test specimens (see Figure 6) shall 
be approximately 9 in. (230 mm) long and approximately 
1 in. (25 mm) wide, and their long edges shall be rounded. 
They may be machine cut or oxygen cut. The cover and root- 
bead reinforcements shall be removed fiush with the surfaces 
of the specimen. These surfaces shall be smooth, and any 
scratches that exist shall be light and transverse to the weld. 


5.6.4.2 Method 


The root- and face-bend specimens shall be bent in a 
guided-bend test jig similar to that shown in Figure 9. Each 
specimen shall be placed on the die with the weld at mid 
span. Face-bend specimens shall be placed with the face of 
the weld toward the gap, and root-bend specimens shall be 
placed with the root of the weld toward the gap. The plunger 
shall be forced into the gap until the curvature of the speci- 
men is approximately U-shaped. 


5.6.4.3 Requirements 


The bend test shall be considered acceptable if no crack or 
other imperfection exceeding fy in, (3 mm) or one-half the 
nominal wal! thickness, whichever is smailer, in any direction is 
present in the weld or between the weld and the fusion zone after 
bending. Cracks that originate on the outer radius of the bend 
along the edges of the specimen during testing and that are less 
than '/, in. (6 mm), measured in any direction, shall not be con- 
sidered unless obvious imperfections are observed. Each speci- 
men subjected to the bend test shall meet these requirements. 


J/a" (32 mm) max; 


< all corners 


\<<—————-—— Approximately 9" (230 mm) 


woe 


a Wall thickness 


Note: The weld reinforcement shall be removed from both faces with the surface of the specimen. 


The specimen shall not be flattened prior to testing. 


Figure 6—Root- and Face-Bend Test Specimen: Wall Thicknesses Less Than or Equal to 0.500 in. (12.7 mm) 
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See Note 1 


yo Wall thickness 


_ | 


Ye" (3-mm) maximum 


— on all corners 
I I é 
4 | | Width of 
Ye" (13 mm) <«—t{—» 


specimen 


L Wall thickness 
Notes: 


1. The weld reinforcement shall be removed from both faces flush with the surface of the specimen. 
2. Specimens may be machine cut to a width of '/s in. (13 mm). or they mav be oxygen cut to a width of approxi- 
matcly “/, in. (19 mm) and then machined or ground smooth to a width of '/ in. (13 mm). Cut surfaces shall be 


+__—__—_—_——_ Approximately 9" (230 mm) =» 


See Note 2 


smooth and parallel. 


Figure 7—Side-Bend Test Specimen: Wall Thicknesses Greater than 0.500 in. (13 mm) 


Separation Length 


Note: A broken nick-break test specimen is shown: however, this method of dimensioning 
applies also to broken tensile and fillet weld test specimens. 


Figure 8—Dimensioning of imperfections in Exposed Weid Surfaces 
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5.6.5 Side-Bend Test 
5.6.5.1 Preparation 


The side-bend test specimens (see Figure 7) shall be 
approximately 9-in. (230-mm) long and approximately 'p-in. 
(13-mm) wide, and their long edges shall be rounded. They 
shall be machine cut, or they may be oxygen cut to approxi- 
mately a 3/,-in. (19-mm) width and then machined or ground 
to the !/-in. (13-mm) width. The sides shall be smooth and 
parallel. The cover and root-bead reinforcements shall be 
removed flush with the surfaces of the specimen. 


5.6.5.2 Method 


The side-bend specimens shall be bent in a guided-bend 
test jig similar to that shown in Figure 9. Each specimen shall 


be placed on the die with the weld at mid span and with the 
face of the weld perpendicular to the gap. The plunger shall 
be forced into the gap until the curvature of the specimen is 
approximately U-shaped. 


5.6.5.3 Requirements 
Each side-bend specimen shall meet the root- and face- 
bend test requirements specified in 5.6.4.3. 


5.7 WELDING OF TEST JOINTS—FILLET WELDS 


To weld the test joint for a fillet weld, a fillet weld shail be 
made to one of the configurations shown in Figure 10, follow- 
ing all the details of the procedure specification. 


Note: This figure is not drawn to scale. Radius of plunger, A = 13/4 in. (45 mm); radius of die, 
B = 25/;¢ in. (60 mm); width of die, C = 2 in. (50 mm). 


Figure 9—Jig for Guided-Bend Tests 
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~a——- Two specimens 
from crotch and 
two at 90° to 
crotch 


Note: This figure shows the location of test specimens for joints with an outside diameter greater than or equal to 2.375 in. (60.3 mm). 
For joints with a diameter less than 2.375 in. (60.3 mm). specimens shall be cut from the same general location, but two specimens 
shall be removed trom each of two test welds. 


Figure 10 —Location of Nick-Break Test Specimens: Fillet-Weld Procedure and Welder Qualification Test Welds 


ty 
1" (2 
| | May be hacksaw-notched _ 4 ee 


= Iw Hacksaw cut 


1" (25 mm) approx. 


Approx 
(25 mm) 30° <at——-_ Flame cut 
Approx. bevel 
lee 2" (50 mm) 
approx. 


Figure 11—Location of Nick-Break Test Specimens: Fillet-Weld Procedure and Welder Qualification Test Welds, 
Including Size-to-Size, Branch-Connection Welder Qualification Test 
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5.8 TESTING OF WELDED JOINTS—FILLET WELDS 
5.8.1. Preparation 


To test the fillet-welded joint, test specimens shall be cut 
from the joint at the locations shown in Figure 10. At least four 
specimens shall be taken and prepared as shown in Figure 11. 
The specimens may be machine cut or oxygen cut. They should 
be at least 1-in. (25-mm) wide and long enough so that they can 
be broken in the weld. For pipes less than 2.375 in. (60.3 mm) 
in diameter, it may be necessary to make two test welds to 
obtain the required number of test specimens. The specimens 
shail be air cooled to ambient temperature prior to testing. 


5.8.2 Method 


The fillet-weld specimens shall be broken in the weld by 
any convenient method. 


5.8.3 Requirements 


The exposed surfaces of each fillet-weld specimen shall 
show complete penetration and fusion, and a) the greatest 
dimension of any gas pocket shall not exceed Ing in. 
(1.6 mm), b) the combined area of all gas pockets shall not 
exceed 2% of the exposed surface area, c) slag inclusions 
shall not be more than !/39 in. (0.8 mm) in depth and shall not 
be more than !/g in. (3 mm) or one-half the nominal wall 
thickness in length, whichever is smaller, and d) there shall be 
at least 1/) in. (12 mm) separation between adjacent slag 
inclusions. The dimensions should be measured as shown in 
Figure 8. 


6 Qualification of Welders 
6.1 GENERAL 


The purpose of the welder qualification test is to determine 
the ability of welders to make sound butt or fillet welds using 
previously qualified procedures. Before any production weld- 
ing is performed, welders shall be qualified according to the 
applicable requirements of 6.2 through 6.8. It is the intent of 
this standard that a welder who satisfactorily completes the 
procedure qualification test is a qualified welder, provided the 
number of test specimens required by 6.5 have been removed, 
tested, and meet the acceptance criteria of 5.6, for each welder. 

Prior to starting the qualification tests, the welder shall be 
allowed reasonable time to adjust the welding equipment to 
be used. The welder shall use the same welding technique and 
proceed with the same speed he will use if he passes the test 
and is permitted to do production welding. The qualification 
of welders shall be conducted in the presence of a representa- 
tive acceptable to the company. 

A welder shall qualify for welding by performing a test on 
segments of pipe nipples or on full-size pipe nipples, as spec- 
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ified in 6.2.1. When segments of pipe nipples are used, they 
shall be supported so that typical flat, vertical, and overhead 
welds are produced. 

The essential variables associated with procedure and 
welder qualifications are not identical. The essential variables 
for welder qualification are specified in 6.2.2 and 5.3.2. 


6.2 SINGLE QUALIFICATION 
6.2.1 General 


For single qualification, a welder shall make a test weld 
using a qualified procedure to join pipe nipples or segments 
of pipe nipples. The welder shall make a butt weld in either 
the rolled or the fixed position. When the welder is qualifying 
in the fixed position, the axis of the pipe shall be in the hori- 
zontal plane, in the vertical plane, or inclined from the hori- 
zontal plane at an angle of not more than 45°. 

A welder making a single-qualification test for branch con- 
nections, fillet welds, or other similar configurations shall fol- 
low the specific procedure specification. 

Changes in the essential variables described in 6.2.2 
require requalification of the welder. 

The weld shal] be acceptable if it meets the requirements of 
6.4 and either 6.5 or 6.6. 


6.2.2 Scope 


A welder who has successfully completed the qualification 
test described in 6.2.1 shall be qualified within the limits of 
the essential variables described below. If any of the follow- 
ing essential variables are changed, the welder using the new 
procedure shall be requalified: 


a. A change from one welding processes to another welding 
process or combination of processes, as follows: 
1, A change from one welding process to a different 
welding process: or 
2. A change in the combination of welding processes, 
unless the welder has qualified on separate qualification 
tests, using each of the welding processes that are to be 
used for the combination of welding processes. 
b. A change in the direction of welding from vertical uphill 
to vertical downhill or vice versa. 
c. A change of filler-metal classification from Group 1 or 2 
to Group 3, or from Group 3 to Group | or 2 (see Table 1). 
d. A change from one outside-diameter group to another. 
These groups are defined as follows: 
1. Outside diameter less than 2.375 in. (60.3 mm). 
2. Outside diameter from 2.375 in. (60.3 mm) through 
12.750 in. (323.9 mm). 
3. Outside diameter greater than 12.750 in. (323.9 mm). 
e. A change from one wall-thickness group to another. These 
groups are defined as follows: 
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1. Nominal pipe wall thickness less than 0.188 in. 
(4.8 mm). 
2. Nominal pipe wall thickness from 0.188 in. (4.8 mm) 
through 0.750 in. (19.1 mm). 
3. Nominal pipe wall thickness greater than 0.750 in. 
(19.1 mm). 
f. A change in position from that for which the welder has 
already qualified (for example. a change from rolled to fixed 
or a change from vertical to horizontal or vice versa). A 
welder who successfully passes a butt-weld qualification test 
in the fixed position with the axis inclined 45° from the hori- 
zontal plane shall be qualified to do butt weids and lap fillet 
welds in all positions. 
g. A change in the joint design (for example, the elimination 
of a backing strip or a change from V bevel to U bevel). 


6.3 MULTIPLE QUALIFICATION 


6.3.1 General 


For muluple qualification. a welder shall successfully com- 
plete the two tests described below. using qualified procedures. 

For the first test. the welder shall make a butt weld in the 
fixed position with the axis of the pipe cither in the horizontal! 
plane or inclined from the horizontal plane at an angle of not 
more than 45°. This butt weld shall be made on pipe with an 
outside diameter of at least 6.625 in. (168.3 mm) and with a 
wall thickness of at least 0.250 in. (6.4 mm) without a back- 
ing strip. The weld shall be acceptable if it mects the require- 
ments of 6.4 and cither 6.5 or 6.6. Specimens may be 
removed from the test weld at the locations shown in 
Figure 12, or they may be selected at the relative locations 
shown in Figure 12 but without reference to the top of the 
pipe. or they may be selected from locations that are spaced 
equidistantly around the entire pipe circumference. The 
sequence of adjacent specimen types shall be identical to that 
shown in Figure 12-lor the various pipe diameters. 

For the second test, the welder shall lay out. cut, fit, and 
weld a full-sized branch-on-pipe connection. This test shal] be 
performed with a pipe diameter of at least 6.625 in. (168.3 
mm) and with a nominal wall thickness of at least 0.250 in. 
(6.4 mm). A full-size hole shall be cut in the run. The weld 
shall be made with the run-pipe axis in the horizontal position 
and the branch-pipe axis extending vertically downward from 
the run. The finished weld shall exhibit a neat, uniform work- 
man-like appearance. 

The weld shall exhibit complete penetration around the 
entire circumference. Completed root beads shall not contain 
any burn-through of more than !/g in. (6 mm}. The sum of the 
maximum dimensions of separate unrepaired burn-throughs 
im any continuous 12-in. (300-mm) length of weld shall not 
exceed !/5 in. (13 mm), 
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Four nick-break specimens shal] be removed from the weld 
at the locations shown in Figure 10. They shall be prepared 
and tested in accordance with 5.8.1 and 5.8.2. The exposed 
surfaces shall meet the requirements of 5.8.3. 


6.3.2 Scope 


A welder who has successfully completed the butt-weld 
qualification test described in 6.3.1 on pipe with a diameter 
greater than or equal to 12.750 in. (323.9 mm) and a full-size 
branch-connection weld on pipe with a diameter greater than 
or equal to 12.750 in. (323.9 mm) shall be qualified to weld in 
all positions: on all wall thicknesses, joint designs, and fittings: 
and on all pipe diameters. A welder who has successfully com- 
pleted the butt-weid and branch connection requirements of 
6.3.1 on pipe with a diameter less than 12.750 in. (323.9 mm) 
shall be qualified to weld in all positions: on all wall thick- 
nesses. joint designs, and fittings: and on all pipe diameters 
less than or equal to the diameter used by the welder in the 
qualification tests. 

If any of the following essential variables are changed in a 
procedure specification, the welder using the new procedure 
shall be requalified: 


a. A change from one welding process to another welding 
process or combination of processes. as follows: 
1. A change from one welding process io a different 
welding process: or 
2. A change in the combination of welding processes, 
unless the welder has qualified on separate qualification 
tests. each using the same welding process that is used for 
the combination of welding processes. 


b. A change in the direction of welding from vertical uphill 
to vertical downhill. or vice versa. 

c. A change of filler-metal classification from Group 1 or 2 
to Group 3 or from Group 3 to Group 1 or 2 (see Table 1). 


6.4 VISUAL EXAMINATION 


For a qualification test weld to meet the requirements for 
visual examination. the weld shall be free from cracks, inade- 
quate penetration. and burn-through, and must present a neat 
workman-like appearance, The depth of undercutting adjacent 
to the final bead on the outside of the pipe shall not be more 
than '/32 in. (0.8 mm) or 12.5% of the pipe wall thickness, 
whichever is smaller. and there shall not be more than 2 in. 
(50 mm) of undercutting in any continuous 12-in, (300-mm) 
length of weld. 

When semiautomatic or automatic welding is used, filler 
wire protruding into the inside of the pipe shall be kept to a 
minimum. 

Failure to meet the requirements of this subsection shall be 
adequate cause to eliminate additional testing. 


i. 
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Top of pipe—__» Nick-break 


Top of pipe Root or 
“Ne side bend 
xy Nick-break 


See Note 2 


Face or Top of pipe 
side bend Tensile 
Root or Nick-break 
side bend gan eae 
SS, RQ 


Nick-break a 
Root or 


ecu Greater than 4.500" (114.3 
reater than 4. = 3mm 
Greater than or equal to 2.375" (60.3 m ne ( Se ) 
but less than or equal to 4.500" (114.3 mm); but | th | 
also, less than or equal to 4.500" (114.3 mm ie BEG (323.9 ae 
when wail thickness is greater than f 
0.500” (12.7 mm) . 
. Root or 
’ Se side bend 
Nick-break 
‘ Face or 
Tensile side bend 
: Top of pipe : 
Root bend or side bend Face or side bend 
Nick-break Tensile 
Tensile Root or side bend 
Face or side bend Nick-break 
Root or side bend od Se or side bend 
Nick-break og oc Nick-break 
Tensile Tensile 
Face or side bend Root or side bend 
Notes: 


1. At the company’s option, the locations may be rotated, provided they arc equally spaced around the pipe; however, specimens 
shall not include the longitudinal weid. 
2. One full-section tensile-strength specimen may be used for pipe with a diameter less than or equal to 1.315 in. 33.4 mm. 


Figure 12—Location of Test Butt-Weld Specimens for Welder Qualification Test 


COPYRIGHT 2000 Ente Nacionale Itlians di Unifacazione 


Inf i i i 
Febuary 04, 2000 FoIpe on nformation Handling Services, 


rag 


COPYRIGHT 2000 
Febuary 04, 2000 


STD-API/PETRO STD LLO4-ENGL 1999 Mf 0732290 Ob1?7442 634 


18 API STANDARD 1104 


6.5 DESTRUCTIVE TESTING 
6.5.1 Sampling of Test Butt Welds 


To test butt welds. samples shall be cut from each test weld. 
Figure 12 shows the locations from which the specimens are 
to be removed if the test weld is a complete circumferential 
weld. If the test weld consists of segments of pipe nipples, an 
approximately equal number of specimens shall be removed 
from each segment. The total number of specimens and the 
tests to which each shall be submitted are shown in Table 3. 
The specimens shall be air cooled to ambient temperature 
prior to testing. For pipe with a diameter Jess than or equal to 
1.315 in. (33.4 mm), one full-pipe section specimen may sub- 
stituted for the root-bend and nick-break specimens. This full- 
section specimen shall be tested in accordance with 5.6.2.2 
and shal} meet the requirements of 5.5.3. 


6.5.2 Tensile-Strength, Nick-Break, and Bend-Test 
Procedures for Butt Welds 


The specimens shall be prepared for tensile-strength. nick- 
break and bend tests. and the tests shall be performed as 
described in 5.6. However, for the purpose of welder gualifi- 
calion, it is not necessary to calculate the tensile strength of 
the coupons. The tensile strength test may even be omitted, in 
which case the specimens designated for the test shall be sub- 
jected to the nick-break test. 


6.5.3 Tensile-Strength Test Requirements for 
Butt Welds 


For the tensile-strength test. if any of the reduced-section 
specimens or the full-section specimen breaks in the weld or 
at the junction of the weld and the parent material and fails to 


meet the soundness requirements of 5.6.3.3, the welder shall 
be disqualified. 


6.5.4 Nick-Break Test Requirements for Butt Welds 


For the nick-break test, if any specimen shows imperfec- 
lions that exceed those allowed by 5.6.3.3, the welder shall be 
disqualified. 


6.5.5 Bend Test Requirements for Butt Welds 


For the bend tests, if any specimen shows imperfections 
that exceed those allowed by 5.6.4.3 or 5.6.5.3, the welder 
shall be disqualified. Welds in high-test pipe may not bend to 
the full U shape, These welds shall be considered acceptable 
if the specimens that crack are broken apart and their exposed 
surfaces meet the requirements of 5.6.3.3. 

If one of the bend test specimens fails to meet these 
requirements and, in the company’s opinion, the imperfection 
observed is not representative of the weld, the test specimen 
may be replaced by an additional specimen cut adjacent to the 
one that failed. The welder shall be disqualified if the addi- 
tional specimen also shows imperfections that exceed the 
specified limits. 


6.5.6 Sampling of Test Fillet Welds 


To test fillet welds, specimens shall be cut from each test 
weld. Figure 10 shows the locations from which the speci- 
mens are to be removed if the test weld is a complete circum- 
ferential weld. If the test weld consists of segments of pipe 
nipples, an approximately equal number of specimens shall 
be removed from each segment. The specimens shall be air 
cooled to ambient temperature prior to testing. 


Table 3—Type and Number of Butt-Weld Test Specimens per Welder for 
Welder Qualification Test and Destructive Testing of Production Welds 


Outside Diameter of Pipe 


Number of Specimens 


Tensile Nick- Root Face Side 
Inches Millimetres Strength Break Bend Bend Bend Total 

Wall Thickness < 0.500 in. (12.7 mm) 

< 2.375 < 60.3 0 2 2 0 0 428 

2.375-4.500 60.3-323.9 0 2 2 0 0 4 

> 4.500-12.750 114.3-323.9 2: 2 2 0 0 6 

> 12.750 > 323.9 4 4 2 2 0 12 
Wall Thickness > 0.500 in. (12.7 mm) 

< 4.500 < 114.3 0 2 0 0 2 4 

> 4.500-12.750 > 114.3-323.9 2 2 0 0 2 6 

> 12.750 > 323.9 4 4 0 0 4 12 


“For pipe less than or equal to 1.315 in. (33.4 mm) in outside diameter. specimens from two welds or one full-section tensile-strength specimen 


shall be taken. 
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6.5.7 Test Method and Requirements for 
Fillet Welds 


The fillet-weld specimens shall be prepared and the test 
shall be performed as described in 5.8. 


6.6 RADIOGRAPHY—BUTT WELDS ONLY 
6.6.1 General 


At the company’s option, the qualification butt weld may be 
examined by radiography in lieu of the tests specified in 6.5. 


6.6.2 Inspection Requirements 


Radiographs shall be made of each of the test welds. The 
welder shall be disqualified if any of the test welds do not 
meet the requirements of 9.3. 

Radiographic inspection shall not be used for the purpose 
of locating sound areas or areas that contain imperfections 
and subsequently making tests of such areas to qualify or dis- 
qualify a welder. 


6.7 RETESTING 


If, in the mutual opinion of the company and the contrac- 
tor’s representatives, a welder fails to pass the qualification 
test because of unavoidable conditions or conditions beyond 
his control, the welder may be given a second opportunity to 
qualify. No further retests shall be given until the welder has 
submitted proof of subsequent welder training that is accept- 
able to the company. 


6.8 RECORDS 


A record shall be maintained of the tests given to each 
welder and of the detailed results of each test. A form similar 
to that shown in Figure 2 should be used. (This form should 
be developed to suit the needs of the individual company but 
must be sufficiently detailed to demonstrate that the qualifica- 
tion test met the requirements of this standard.) A list of qual- 
ified welders and the procedures for which they are qualified 
shall be maintained. A welder may be required to requalify if 
a question arises about his competence. 


7 Design and Preparation of a Joint for 
Production Welding 


7.1 GENERAL 


Piping shall be welded by qualified welders using qualified 
procedures. The surfaces to be welded shall be smooth, uni- 
form, and free from laminations, tears, scale, slag, grease, paint, 
and other deleterious material that might adversely affect the 
welding. The joint design and spacing between abutting ends 
shall be in accordance with the procedure specification used. 


10:22:07 


Ente Nacionale Itlians di Unifacazione 


7.2 ALIGNMENT 


The alignment of abutting ends shall minimize the offset 
between surfaces. For pipe ends of the same nominal thick- 
ness, the offset should not exceed !/g in. (3 mm). Larger vari- 
alions are permissible provided the variation is caused by 
variations of the pipe end dimensions within the pipe pur- 
chase specification tolerances, and such variations have been 
distributed essentially uniformly around the circumference of 
the pipe. Hammering of the pipe to obtain proper lineup 
should be kept to a minimum. 


7.3. USE OF LINEUP CLAMP FOR BUTT WELDS 


Lineup clamps shall be used for butt welds in accordance 
with the procedure specification. When it is permissible to 
remove the lineup clamp before the root bead is completed, 
the completed part of the bead shall be in approximately equal 
segments spaced approximately equally around the circumfer- 
ence of the joint. However, when an internal lineup clamp is 
used and conditions make it difficult to prevent movement of 
the pipe or if the weld will be unduly stressed, the root bead 
shall be completed before clamp tension is released. Root- 
bead segments used in connection with externa] clamps shall 
be uniformly spaced around the circumference of the pipe and 
shall have an aggregate length of at least 50% of the pipe cir- 
cumference before the clamp is removed. 


7.4 BEVEL 
7.4.1 Mill Bevel 


All mill bevels on pipe ends shall conform to the joint 
design used in the procedure specification. 


7.4.2 Field Bevel 


Pipe ends should be field beveled by machine tool or 
machine oxygen cutting. If authorized by the company, man- 
ual oxygen cutting may also be used. The beveled ends shall 
be reasonably smooth and uniform, and dimensions shall be 
in accordance with the procedure specification. 


7.5 WEATHER CONDITIONS 


Welding shall not be done when the quality of the com- 
pleted weld would be impaired by the prevailing weather con- 
ditions, including but not limited to airborne moisture, 
blowing sands, or high winds. Windshields may be used 
when practical. The company shall decide if weather condi- 
tions are suitable for welding. 


7.6 CLEARANCE 


When the pipe is welded above ground, the working clear- 
ance around the pipe at the weld should not be less than 16 in. 
(400 mm). When the pipe is welded in a trench, the bell hole 
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shall be Jarge enough to provide the welder or welders with 
ready access to the joint. 


7.7 CLEANING BETWEEN BEADS 


Scale and slag shall be removed from each bead and 
groove. Power tools shall be used when called tor in the pro- 
cedure specification: otherwise, cleaning may be performed 
with cither hand or power tools. 

When semiautomatic or automatic welding is used. surface 
porosity clusters. bead starts. and high points shall be 
removed hy grinding before weld metal 1s deposited over 
them. When requested by the company. heavy glass deposits 
shall be removed before weld metal is deposited over them. 


7.8 POSITION WELDING 
7.8.1 Procedure 


All position welds shall be made with the parts to be 
joined secured against movement and with adequate clear- 
ance around the joint to allow the welder or welders space in 
which to work. 


7.8.2 Filler and Finish Beads 


For position welding. the number of filler and finish beads 
shall allow the completed weld a substantially uniform cross 
section around the entire circumference of the pipe. At no 
point shall the crown surface fall below the outside surface of 
the pipe. nor should it be raised above the parent metal by 
more than !/,, in. (1.6 mm). 

Two beads shall not be started at the same location. The 
face of the completed weld should be approximately !/g in. 
(3 mm) wider than the width of the original groove. The com- 
pleted weld shall be thoroughly brushed and cleaned. 


7.9 ROLL WELDING 
7.9.1. Alignment 


At the company’s option. rol! welding shall be permitted, 
provided alignment is maintained by the use of skids or a 
structural framework with an adequate number of roller dol- 
lies to prevent sag in the supported lengths of pipe. 


7.9.2 Filler and Finish Beads 


For roll welding, the number of filler and finish beads shall 
be such that the completed weld has a substantially uniform 
cross section around the entire circumference of the pipe. At 
no point shall the crown surtace fall below the outside surface 
of the ptpe. nor should il be raised above the parent metal by 
more than !/)¢ in. (1.6 mm). 

The face of the completed weld should be approximately 
“vy in. (3 mm) wider than the width of the original groove. 
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As the welding progresses. the pipe shall be rolled to main- 
tain welding at or near the top of the pipe. The completed 
weld shall be thoroughly brushed and cleaned. 


7.10 IDENTIFICATION OF WELDS 


Each welder shall identify his work in the manner pre- 
scribed by the company. 


7.11 PRE- AND POST-HEAT TREATMENT 


The procedure specification shall specify the pre- and post- 
heat treatment practices to be followed when materials or 
weather conditions make either or both treatments necessary. 


8 Inspection and Testing of Production 
Welds 


8.1 RIGHTS OF INSPECTION 


The company shall have the right to inspect all welds by 
nondestructive means or by removing welds and subjecting 
them to mechanical tests. The inspection may be made during 
the welding or after the weld has been completed. The fre- 
quency of inspection shall be as specified by the company. 


8.2. METHODS OF INSPECTION 


Nondestructive testing may consist of radiographic inspec- 
tion or another method specified by the company. The method 
used shall produce indications of imperfections that can be 
accurately interpreted and evaluated. The welds shall be evalu- 
ated on the basis of either Section 9 or, at the company’s option, 
Appendix A. In the latter case, more extensive inspection to 
determine the imperfection size is required. 

Destructive testing shall consist of the removal of completed 
welds, sectioning of the welds into specimens, and the exami- 
nation of the specimens. The specimens shall be prepared in 
accordance with and shall meet the requirements of 6.5. The 
company shall have the right to accept or reject any weld that 
does not meet the requirements for the method by which it was 
inspected. The welder who makes a weld that fails to comply 
with the requirements may be disqualified from further work. 

Operators of nondestructive inspection equipment may be 
required to demonstrate the inspection procedure’s capability 
to detect defects and the operator’s ability to properly inter- 
pret the indications given by the equipment. 

Trepanning methods of testing shall not be used. 


8.3 QUALIFICATION OF INSPECTION 
PERSONNEL 


Welding inspection personnel shall be qualified by experi- 


ence and training for the specified inspection task they per- 
form. Their qualifications shall be acceptable to the company. 
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Documentation of these qualifications shall be retained 
by the company and shall include but is not limited to the 
following: 


a. Education and experience. 
b. Training. 
c. Results of any qualification examinations. 


8.4 CERTIFICATION OF NONDESTRUCTIVE 
TESTING PERSONNEL 


8.4.1. Procedures 


Nondestructive testing personnel shall be certified to Level 
I, 0 or If in accordance with the recommendations of Ameri- 
can Society for Nondestructive Testing, Recommended Prac- 
tice No. SNT-TC-1A, ACCP or any other recognized national 
certification program that shall be acceptable to the company 
for the test method used. Only Level II or HI personne! shall 
interpret test results. 


8.4.2 Record 


A record of certified nondestructive testing personnel shall 
be maintained by the company. The record shall include the 
results of certification tests, the agency and person granting 
certification, and the date of certification. Nondestructive test- 
ing personnel may be required to be recertified at the com- 
pany’s option or if any question arises about their ability. 
Levels I and I nondestructive testing personnel shall be 
recertified at least every 3 years. Level ITI nondestructive test- 
ing personnel shall be recertified at least every 5 years. 


9 Acceptance Standards for 
Nondestructive Testing 


9.1 GENERAL 


The acceptance standards presented in this section apply to 
imperfections located by radiographic, magnetic particle, lig- 
uid penetrant, and ultrasonic test methods. They may also be 
applied to visual inspection. Nondestructive testing shall not 


be used to select welds that are subjected to destructive test- 
ing in accordance with 8.1. 


9.2 RIGHTS OF REJECTION 


All nondestructive test methods are limited in the informa- 
tion that can be derived from the indications they produce. 
The company may therefore reject any weld that appears to 
meet these acceptance standards if, in its opinion, the depth of 
an imperfection may be detrimental to the weld. 


9.3 RADIOGRAPHIC TESTING 


Note: All densities referred to in 9.3.1 through 9.3.13 are based on 
negative images. 


9.3.1 Inadequate Penetration Without High-Low 


Inadequate penetration without high-low (IP) is defined as 
the incomplete filling of the weld root. This condition is 
shown schematically in Figure 13. IP shall be considered a 
defect should any of the following conditions exist: 


a. The length of an individual indication of IP exceeds | in. 
(25 mm). 

b. The aggregate length of indications of IP in any continuous 
12-in. 00 mm) length of weld exceeds 1 in. (25 mm). 

c. The aggregate length of indications of IP exceeds 8% of the 
weld length in any weld less than 12 in. (300 mm) in length. 


9.3.2 Inadequate Penetration Due to High-Low 


Inadequate penetration due to high-low (IPD) is defined as 
the condition that exists when one edge of the root is exposed 
(or unbonded) because adjacent pipe or fitting joints are mis- 
aligned. This condition is shown schematically in Figure 14. 
IPD shal! be considered a defect should any of the following 
conditions exist: 


a. The Jength of an individual indication of IPD exceeds 2 in. 
(50 mm). 

b. The aggregate length of indications of IPD in any continu- 
ous 12-in. (300 mm) length of weld exceeds 3 in. (75 mm). 


is Incomplete filling at root 


= Note: One or both root faces may be inadequately filled at the inside surface. 


Figure 13—Inadequate Penetration Without High-Low (IP) 


Ww. 
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9.3.3 Inadequate Cross Penetration 


Inadequate cross penetration (ICP) is defined as a subsur- 
face imperfection between the first inside pass and the first 
outside pass that is caused by inadequately penetrating the 
vertical land faces. This condition is shown schematically in 
Figure 15. ICP shall] be considered a defect should any of the 
following conditions exist: 


a. The length of an individual indication of ICP exceeds 2 in. 
(50 mm). 

b. The aggregate length of indications of ICP in any continu- 
ous 12-in. (300-mm) length of weld exceeds 2 in. (50 mm). 


8.3.4 Incomplete Fusion 


Incomplete fusion (IF) is defined as a surface imperfection 
between the weld metal and the base material that is open to 
the surface. This condition is shown schematically in 
Figure 16. IF shali be considered a defect should any of the 
following conditions exist: 


a. The length of an individual indication of IF exceeds | in. 
(25 mm). 

b. The aggregate length of indications of IF in any continuous 
12-in. (300 mm) length of weld exceeds | in. (25 mm), 

c. The aggregate length of indications of IF exceeds 8% of the 
weld length in any weld less than 12 in. (300 mm) in length. 


9.3.5 Incomplete Fusion Due to Coid Lap 


Incomplete fusion due to cold lap (IFD) is defined as an 
imperfection between two adjacent weld beads or between 
the weld metal and the base metal that is not open to the sur- 
face. This condition is shown schematically in Figure 17. IFD 
shall be considered a defect should any of the following con- 
ditions exist: 


a. The length of an individual indication of IFD exceeds 2 in. 
(50 mm). 

b. The aggregate length of indications of IFD in any continu- 
ous 12-in. (300 mm) length of weld exceeds 2 in. (SO mm). 

c. The aggregate length of indications of IFD exceeds 8% of 
the weld length. 


9.3.6 Internal Concavity 


Internal concavity (IC) is defined in 3.2.7 and is shown 
schematically in Figure 18. Any length of internal concavity 
is acceptable, provided the density of the radiographic image 
of the interna] concavity does not exceed that of the thinnest 
adjacent parent material. For areas that exceed the density of 
the thinnest adjacent parent material, the criteria for burn- 
through (see 9.3.7) are applicable. 


9.3.7 Burn-Through 


9.3.7.1 A burn-through (BT) is defined as a portion of the 
root bead where excessive penetration has caused the weld 
puddle to be blown into the pipe. 


9.3.7.2 For pipe with an outside diameter greater than or 
equa! to 2.375 in. (60.3 mm), a BT shall be considered a 
defect should any of the following conditions exist: 


a. The maximum dimension exceeds !/4 in. (6 mm) and the 
density of the BT’s image exceeds that of the thinnest adja- 
cent parent material. 

b. The maximum dimension exceeds the thinner of the nomi- 
nal wall thicknesses joined, and the density of the BT’s image 
exceeds that of the thinnest adjacent parent material. 

c. The sum of the maximum dimensions of separate BTs 
whose image density exceeds that of the thinnest adjacent 
parent material exceeds 1/y inch (13 mm) in any continuous 
12-in. (300-mm) length of weld or the total weld length, 
whichever is less. 


9.3.7.3. For pipe with an outside diameter less than 
2.375 in. (60.3 mm), a BT shall be considered a defect when 
any of the following conditions exists: 


a. The maximum dimension exceeds '/4 in. (6 mm) and the 
density of the BT’s image exceeds that of the thinnest adja- 
cent parent material. 

b. The maximum dimension exceeds the thinner of the nomi- 
nal wall thicknesses joined, and the density of the BT’s image 
exceeds that of the thinnest adjacent parent material. 

c. More than one BT of any size is present and the density of 
more than one of the images exceeds that of the thinnest adja- 
cent parent material. 


9.3.8 Slag Inclusions 


9.3.8.1 A slag inclusion is defined as a nonmetallic solid 
entrapped in the weld metal or between the weld metal and 
the parent material. Elongated slag inclusions (ESIs}—e.g., 
continuous or broken slag lines or wagon tracks—are usually 
found at the fusion zone. Isolated slag inclusions (ISIs) are 
irregularly shaped and may be located anywhere in the weld. 
For evaluation purposes, when the size of a radiographic indi- 
cation of slag is measured, the indication’s maximum dimen- 
sion shall be considered its length. 


9.3.8.2 For pipe with an outside diameter greater than or 
equal to 2.375 in. (60.3 mm), slag inclusions shall be consid- 
ered a defect should any of the following conditions exist: 


a. The length of an ESI indication exceeds 2 in. (50 mm). 


Note: Parallel ES] indications separated by approximately the width 
of the root bead (wagon tracks) shall be considered a single indica- 
tion unless the width of either of them exceeds !/3 inch (0.8 mm). In 
that event. thev shall be considered separate indications. 
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ae filling at root 
on one side 


Figure 14—Inadequate Penetration Due to High-Low (IPD) 


Figure 15—Inadequate Cross Penetration (ICP) 


Bond is absent; 
imperfection 
is surface-connected. 


Figure 16—Incomplete Fusion at Root of Bead or Top of Joint (IF) 


Cold lap between Cold lap between 
adjacent beads weld bead and parent material 


Note: The cold Jap shown is not surface-connected. 


Figure 17—Incomplete Fusion Due to Cold Lap (IFD) 


Root bead is fused to both surfaces, 
but center of root pass is slightly below 
the pipe’s inside surface. 


Figure 18—Internal Concavity (IC) 
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b. The aggregate length of ESI indications in anv continuous 
}2-1n. (300-mm) length of weld exceeds 2 in. (50 mm). 

c. The width of an ESI indication exceeds !/)¢ in. (1.6 mm). 
d. The aggregate length of ISI indications in any continuous 
12-in. (300-mm) length of weld exceeds !/+ in. (13 mm). 

¢. The width of an ISI indication exceeds '/g in. (3 mm). 

f. More than four ISI indications with the maximum width of 
lf, in. (3 mm) are present in any continuous |2-in, (300-mm) 
length of weld. 

g. The aggregate length of ESI and ISI] indications exceeds 
8% of the weld length. 


9.3.8.3 For pipe with an outside diameter less than 2.375 in. 
(60.3 mm), slag inclusions shal! be considered a defect should 
any of the following conditions exist: 


a. The length of an EST indication exceeds three times the 
thinner of the nominal wall thicknesses joined. 

Note: Parallel ES! indications separated by approximately the width 
of the root bead (wagon tracks) shall be considered a single indica- 


tion unless the width of either of them exceeds !/23 in. (0.8 mm). In 
that event. they shall be considered separate indications. 


b. The width of an ES] indication exceeds !/;¢ in. (1.6 mm). 
c. The aggregate length of ISI indications exceeds two times 
the thinner of the nominal wall thicknesses joined and the 
width exceeds one-half the thinner of the nominal wall thick- 
nesses joined. 

d. The aggregate length of ESI and ISI indications exceeds 
8% of the weld length. 


9.3.9 Porosity 


9.3.9.1 Porosity is defined as gas trapped by solidifying 
weld metal before the gas has a chance to risc to the surface 
of the molten puddle and escape. Porosity is gencrally spheri- 
cal but may be clongated or irregular in shape. such as piping 
(wormhole) porosity. When the size of the radiographic indi- 
cation produced by a pore is measured. the maximum dimen- 
sion of the indication shall apply to the criteria given in 
9.3.9.2 through 9.3.9.4, 


9.3.9.2 Individual or scattered porosity (P) shall be consid- 
ered a defect should any of the following conditions exist: 


a. The size of an individual pore exceeds !/g in. (3 mm). 

b. The size of an individual pore exceeds 25% of the thinner 
of the nominal wall thicknesses joined. 

c. The distribution of scattered porosity exceeds the concen- 
tration permitted by Figures 19 or 20. 


9.3.9.3 Cluster porosity (CP) that occurs in any pass except 
the finish pass shall comply with the criteria of 9.3.9.2. CP 
that occurs in the finish pass shall be considered a defect 
should any of the following conditions exist: 


a. The diameter of the cluster exceeds !/> in. (13 mm). 
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b. The aggregate length of CP in any continuous 12-in. 
(300-mm) length of weld exceeds !/> in. (13 mm). 

c. An individual pore within a cluster exceeds !/1¢ in. (2 mm) 
in size. 


9.3.9.4 Hollow-head porosity (HB) is defined as elongated 
linear porosity that occurs in the root pass. HB shall be con- 
sidered a defect shouid any of the following conditions exist: 


a. The length of an individual indication of HB exceeds !/ in. 
(13 mm). 

b. The aggregate length of indications of HB in any continu- 
ous 12-in. (300-mm) length of weld exceeds 2 in. (50 mm). 

c. Individual indications of HB, each greater than '/4 in. 
(6 mm) in length, are separated by Jess than 2 in. (50 mm). 

d. The aggregate length of all indications of HB exceeds 8%: 
of the weld length. 


9.3.10 Cracks 


Cracks (C) shall be considered a defect should any of the 
following conditions exists: 


a. The crack. of any size or Jocation in the weld, is not a shal- 
low crater crack or star crack, 

b. The crack is a shallow crater crack or star crack with a 
length that exceeds >/3 in. (4 mm). 


Note: Shallow crater cracks or star cracks are located at the stopping 
point of weld beads and are the result of weld metal contractions 
during solidification. 


9.3.11 Undercutting 


Undercutting is defined as a groove melted into the parent 
material to the toe or root of the weld and left unfilled by 
weld metal. Undercutting adjacent to the cover pass (EU) or 
root pass (IU) shall be considered a defect should any of the 
following conditions exists: 

The aggregate length of indications of EU and IU, in any 
combination, in any continuous 12-in. (300-mm) length of 
weld exceeds 2 in. (50 mm), 

The aggregate length of indications of EU and IU, in any 
combination, exceeds one-sixth of the weld length. 


Note: See 9.7 for acceptance standards for undercutting when visual 
and mechanical measurements are employed. 


9.3.12 Accumulation of Imperfections 


Excluding incomplete penetration due to high-low and 
undercutting. any accumulation of imperfections (AJ) shall be 
considered a defect should any of the following conditions 
exist: 


a. The aggregate length of indications in any continuous 12-in. 
(300-mm) length of weld exceeds 2 in. (50 mm). 

b. The aggregate length of indications exceeds 8% of the 
weld length. 


Information Handling Services, 


STD-API/PETRO STD LLO4-ENGL 1999 MM O73ee90 ObL?444 1919 


WELDING OF PIPELINES AND RELATED FACILITIES 


e ; e .e@ iar a e p e 
ao se . ad be : 
? 7 e * e- ° is e° 


Aligned (three or more) 


Note: The size of the gas pockets is not drawn to scale; for dimensions, refer to 9.3.9. 
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Figure 19—Maximum Distribution of Gas Pockets: Wall Thicknesses Less Than or Equal to 0.500 inch (12.7 mm) 
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I Note: The size of the gas pockets is not drawn to scale; for dimensions, refer to 9.3.9. 
J Figure 20—Maximum Distribution of Gas Pockets: Wall Thicknesses Greater Than 0.500 inch (12.7 mm) 
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9.3.13 Pipe or Fitting Imperfections 


Imperfections in the pipe or fittings detected by radio- 
graphic testing shall be reported to the company. Their dispo- 
sition shall be as directed by the company. 


9.4 MAGNETIC PARTICLE TESTING 
9.4.1. Classification of Indications 


9.4.1.1 Indications produced by magnetic particle testing 
are not necessarily imperfections. Magnetic and metallurgical 
variations may produce indications that are similar to those 
produced by imperfections but that are not relevant to accept- 
ability. The criteria given in 9.4.1.2 and 9.4.1.3 apply when 
indications are evaluated. 


9.4.1.2 Any indication with a maximum dimension of Ii¢ in. 
(1.6 mm) or less shall be classified as nonrelevant. Any larger 
indication believed to be nonrelevant shall be regarded as 
relevant until re-examined by magnetic particle or another non- 
destructive testing method to determine whether or not an actual 
imperfection exists. The surface may be ground or otherwise 
conditioned before re-examination. After an indication is deter- 
mined to be nonrelevant, other nonrelevant indications of the 
same type need not be re-examined. 


9.4.1.3. Relevant indications are those caused by imperfec- 
tions. Linear indications are those in which the length is more 
than three times the width. Rounded indications are those in 
which the length is three times the width or less. 


9.4.2 Acceptance Standards 


Relevant indications shall be considered defects should any 
of the following conditions exist: 


a. Linear indications evaluated as crater cracks or star cracks 
exceed 5/39 in. (4 mm) in length. 

b. Linear indications are evaluated as cracks other than crater 
cracks or star cracks. 

c. Linear indications are evaluated as IF and exceed 1 in. 
(25mm) in total length in a continuous 12-in. (300-mm) 
length of weld or 8% of the weld length. 

Rounded indications shall be evaluated according to the 
criteria of 9.3.8.2 and 9.3.8.3, as applicable. For evaluation 
purposes, the maximum dimension of a rounded indication 
shall be considered its size. 


Note: When doubt exists about the type of imperfection being dis- 
closed by an indication. verification may be obtained by using other 
nondestructive testing methods. 


9.4.3 Pipe or Fitting Imperfections 


Imperfections in the pipe or fittings detected by magnetic 
particle testing shall be reported to the company. Their disposi- 
tion by shall be as directed by the company. 
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9.5 LIQUID PENETRANT TESTING 
9.5.1 


9.5.1.1 Indications produced by liquid penetrant testing are 
not necessarily imperfections. Machining marks, scratches, 
and surface conditions may produce indications that are simi- 
lar to those produced by imperfections but that are not rele- 
vant to acceptability. The criteria given in 9.5.1.2 and 9.5.1.3 
apply when indications are evaluated. 


Classification of Indications 


9.5.1.2 Any indication with a maximum dimension of !/)¢ in. 
(2 mm) or less shall be classified as nonrelevant. Any larger 
indication believed to be nonrelevant shall be regarded as rele- 
vant until re-examined by liquid penetrant or another nonde- 
structive testing method to determine whether or not an actual 
imperfection exists. The surface may be ground or otherwise 
conditioned before re-examination. After an indication is deter- 
mined to be nonrelevant, other nonrelevant indications of the 
same type need not be re-examined. 


9.5.1.3 Relevant indications are those caused by imperfec- 
tions. Linear indications are those in which the length is more 
than three times the width. Rounded indications are those in 
which the length is three times the width or less. 


9.5.2 Acceptance Standards 


Relevant indications shall be considered defects should any 
of the following conditions exist: 


a. Linear indications are evaluated as crater cracks or star 
cracks and exceed 5/33 in. (4 mm) in length. 

b. Linear indications are evaluated as cracks other than crater 
cracks or star cracks. 

c. Linear indications are evaluated as IF and exceed 1 in. 
(25mm) in total length in a continuous 12-in. (300-mm) 
length of weld or 8% of the weld length. 

Rounded indications shall be evaluated according to the 
criteria of 9.3.8.2 and 9.3.8.3, as applicable. For evaluation 
purposes, the maximum dimension of a rounded indication 
shall be considered its size. 


Note: When doubt exists about the type of imperfection being dis- 


closed by an indication, verification may be obtained by using other 
nondestructive testing methods. 


9.5.3. Pipe or Fitting imperfections 


Imperfections in the pipe or fittings detected by liquid pen- 
etrant testing shall be reported to the company. Their disposi- 
tion shall be as directed by the company. 

9.6 ULTRASONIC TESTING 
9.6.1 


9.6.1.1 Indications produced by ultrasonic testing are not 
necessarily defects. Changes in the weld geometry due to 


Classification of Indications 
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alignment offset of abutting pipe ends. changes in weld rein- 
forcement profile of 1.D. root and O.D. capping passes. inter- 
nal chamfering, and ultrasonic wave mode conversion due to 
such conditions may cause geometric indications that are 
similar to those caused by weld imperfections but that are not 
relevant to acceptability. 


9.6.1.2 Linear indications are defined as indications with 
their greatest dimension in the weld length direction. Typical 
linear indications may be caused by, but are not limited to. the 
following types of imperfections: inadequate penetration with- 
out high-low (IP), inadequate penetration due to high-low 
(IPD). inadequate cross penetration (ICP), incomplete fusion 
(IF), mcomplete fusion due to cold lap (IFD). clongated slag 
inclusion (ESI). cracks (C), undercutting adjacent to the cover 
pass (EU) or root pass (TU), and hollow bead porosity (HB). 


9.6.1.3 Transverse indications are defined as indications 
with their greatest dimension across the weld. Typical trans- 
verse indications may be caused by, but are not limited. to the 
following types of imperfections: cracks (C). isolated slag 
inclusions (ISI). and incomplete fusion duc to cold lap UFD) 
at star/stops in the weld passes. 


9.6.1.4 Volumetric indications are defined as three-dimen- 
sional indications. Such indications may be caused by single 
or multiple inclusions, voids, or pores. Partially-filled voids, 
pores, or small inclusions at start/stops in weld passes may 
cause larger indications in the transverse direction than in the 
weld length direction. Typical volumetric indications may be 
caused by, but are not limited to, the following types of imper- 
fections: internal concavity (IC), burn-through (BT), isolated 
slag inclusions (ISI). porosity (P). and cluster porosity (CP). 


9.6.1.5 Relevant indications are those caused by imperfec- 
tions. Relevant indications shall be evaluated at the evaluation 
level given in 11.4.7 to the acceptance standards given in 9.6.2. 


Note: When doubt exists about the type of imperfection being dis- 


closed by an indication. verification may be obtained by using other 
nondestnuctive testing methods. 


9.6.2 Acceptance Standards 


9.6.2.1 Indications determined to be cracks (C) shall be 
considered defects. 


9.6.2.2 Linear surface (LS) indications (other than cracks) 
interpreted to be open to the L.D. or O.D. surface shall be con- 
sidered defects should any of the following conditions exist: 


a. The aggregate length of LS indications in any continuous 
12-in. (300-mm) length of weld exceeds 1 in. {25 mm). 

b. The aggregate length of LS Indications exceeds 8% of the 
weld length. 


9.6.2.3 Linear buried (LB) indications (other than cracks) 
interpreted to be subsurface within the weld and not I.D. or 
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O.D. surface-connected shall be considered defects should 
any of the following conditions exist: 


a. The aggregate length of LB indications in any continuous 
12-in, (300-mm) length of weld exceeds 2 in. (SO mm). 

b. The aggregate length of LB indications exceeds 8% of the 
weld length. 


9.6.2.4 Transverse (T) indications (other than cracks) shall 
be considered volumetric and evaluated using the criteria for 
volumetric indications. The letter T shall be used to designate 
all reported transverse indications. 


9.6.2.5 Volumetric cluster (VC) indications shall be con- 
sidered defects when the maximum dimension of VC indica- 
tions exceeds !/3 in. (13 mm). 


9.6.2.6 Volumetric individual (VI) indications shall be con- 
sidered defects when the maximum dimension of VI indica- 
lions exceeds !/4 in. (6 mm) in both width and length. 


9.6.2.7 Volumetric root (VR) indications interpreted to be 
open to the LD. surface shall be considered defects should 
any of the following conditions exist: 

a. The maximum dimension of VR indications exceeds !/, in. 
(6 mm), 


b. The total length of VR indications exceeds '%, in. (13 mm) 
in any continuous 1|2-in. (300-mm) length. 


9.6.2.8 Any accumulation of relevant indications (AR) 
shall be considered a defect when any of the following condi- 
UONS exist: 


a. The aggregate length of indications above evaluation level 
exceeds 2 in. (50 mm) in any 12-in. (300-mm) length of weld. 
b. The aggregate length of indications above evaluation level 
exceeds 8% of the weld length. 


9.6.3 Pipe or Fitting imperfections 


Imperfections in the pipe or fittings detected by ultrasonic 
icsting shall be reported to the company. Their disposition 
shall be as directed by the company. 


9.7 VISUAL ACCEPTANCE STANDARDS FOR 
UNDERCUTTING 


9.7.1 General 


Undercutting is defined in 9.3.11. The acceptance stan- 
dards in 9.7.2 supplement but do not replace visual inspection 
requirements found elsewhere in this standard. 


9.7.2 Acceptance Standards 


When visual and mechanical means are used to determine 
depth, undercutting adjacent to the cover or root bead shall 
not exceed the dimensions given in Table 4. When both 
mechanical and radiographic measurements are available, the 
mechanical measurements shall govern. 
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Table 4—Maximum Dimensions of Undercutting 


Nn 


Depth Length 
> 1/33 in. (0.8 mm) or > 12.5% of pipe wall thick- Not acceptable. 


ness, whichever is smaller. 


> Meg in. (0.4 mm) or > 6%-12.5% of pipe wall 
thickness, whichever is smaller. 


< '/eq in. (0.4 mm) or < 6% of pipe wall thickness, 
whichever is smaller. 


10 Repair and Removal of Defects 
10.1 AUTHORIZATION FOR REPAIR 
10.1.1 Cracks 


Cracked welds shall be removed from the line unless per- 
mitted by 9.3.10 or when the repair is authorized by the com- 
pany. Cracks may be repaired provided the length of the crack 
is less than 8% of the weld length and a qualified repair weld- 
ing procedure is used. 


10.1.2 Defects Other Than Cracks 


Defects in the root and filler beads may be repaired with 
prior company authorization. Defects in the cover pass may 
be repaired without prior company authorization. A qualified 
repair welding procedure is required to be used whenever a 
repair is made to a weld using a process different from that 
used to make the original weld or when repairs are made ina 
previously repaired area. 


10.2 REPAIR PROCEDURE 


When a repair welding procedure is required, the proce- 
dure shall be established and qualified to demonstrate that a 
weld with suitable mechanical properties and soundness can 
be produced. This shall be determined by destructive testing 
and the type and number of such tests shall be at the discre- 
tion of the company. The repair procedure, as a minimum, 
shall include the following: 


10.2.1 Method of exploration of the defect. 
10.2.2 Method of defect removal. 


10.2.3 The repair groove shall be examined to confirm 
complete removal of the defect. 


10.2.4 Requirements for preheat and interpass heat treat- 
ment. 


10.2.5 Welding processes and other specification informa- 
tion contained in 5.3.2. 


10.2.6 Requirement for interpass nondestructive testing. 
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2 in. (50 mm) in a continuous 12-in. (300-mm) 
weld length or one-sixth the weld length, which- 
ever is smaller. 


Acceptable, regardless of length. 


10.3. ACCEPTANCE CRITERIA 


10.3.1 Repaired areas shall be inspected by the same 
means previously used. If the company chooses, it may re- 
inspect all of a weld containing a repair in the same manner 
allowed for inspection of any production weld (see 8.1 and 
8.2). Repairs shall meet the standards of acceptability of 
Section 9. 


10.4 SUPERVISION 


10.4.1. The repair shall be made under the supervision of a 
technician experienced in repair welding techniques. 


10.5 WELDER 
10.5.1. The weld shall be made by a qualified worker. 


11. Procedures for Nondestructive Testing 
11.1 RADIOGRAPHIC TEST METHODS 
11.1.1. General 


Subsection 11.1 presents the requirements for producing 
radiographic images on film or other media through the use of 
X-rays or gamma rays. A detailed procedure for the produc- 
tion of images shall be established and recorded. Radio- 
graphic film produced by the use of this procedure shall have 
the density (see 11.1.10), clarity, and contrast required by this 
standard. Images produced by other systems shall have the 
requisite sensitivity to define clearly the essential hole or wire 
diameter of the proper penetrameter. The following criteria 
shall be used to evaluate images: 


a. An acceptable image quality that is free from fog and from 
processing irregularities that could mask the image of actual 
imperfections. 

b. The prescribed penetrameter and the essential hole or wire 
diameter. 

c. A satisfactory identification system. 

d. An acceptable technique and setup. 

e, Compatibility with acceptance standards. 


All requirements that refer to the quality of the resulting 
images shall apply equally to X-rays and gamma rays. The 
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use of radiographic inspection and the frequency of its use 
shall be at the option of the company. 

The company and the radiographic contractor should agree 
on the radiographic procedure or procedures to be used prior 
to the performance of production radiography. The company 
shall require the contractor to demonstrate that the proposed 
procedures produce acceptable images and shall] require the 
contractor to use such procedures for production radiography. 


11.1.2 Details of Procedure 
11.1.2.1 General 


The details of each radiographic procedure shall be 
recorded. A copy of the record shall be furnished to the com- 
pany for its records. The record may be in the form of writing, 
a sketch, or both. As a minimum, each procedure shall 
include the applicable details listed in 11.1.2.2 and 11.1.2.3. 


11.1.2.2 Film Radiography 


As a minimum, the procedure for film radiography shall 
include the following details: 


a. Radiation source—the type of radiation source, the size of 
the effective source or focal spot, and the voltage rating of the 
X-ray equipment. 

b. Intensifying screens—the type and placement of the 
screens and, if lead is used, their thickness. 

c. Film—the film brand or type or both and the number of 
frames in the holder or cassette. For multiple-film techniques, 
the way in which the film is to be viewed shall be specified. 
d. Exposure geometry—whether single-wall exposure for 
single-wall viewing (SWE/SWV), double-wall exposure for 
single-wall viewing (DWE/SWV), or double-wall exposure 
for double-wall viewing (DWE/DWV); the distance from the 
source or focal spot to the film; the relative positions of the 
film, weld, source, penetrameters, and interval or reference 
markers; and the number of exposures required for radiogra- 
phy of a complete weld. 

e. Exposure conditions—whether milliampere or curie min- 
utes, the X-ray voltage or the input voltage and amperage, 
and the exposure time. 

f. Processing—whether automatic or manual; the time and 
temperature for development and the time for stop bath or 
rinsing, fixing, and washing; and drying details. 

g. Materials—the type and thickness range of material for 
which the procedure is suitable. 

h. Penetrameters—for hole type penetrameters: the type, 
material, identifying number, and essential hole, and the shim 
material and thickness. For wire type penetrameters: the type 
material, identifying ASTM set letter, and essential wire 
diameter. 

i. Heat shields—material, thickness, and the distance from 
the film side of the heat shield to the pipe surface. 
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11.1.2.3 Other Imaging Media 


As a minimum, the procedure for radiography using imag- 
ing media other than film ‘Shall include the following details: 


a. Radiation source—the type of radiation source, the size of 
the effective source or focal spot, and the voltage rating of the 
X-ray equipment. 

b. The image collection system used. 

c. The image processing system used. 

d. The image viewing system used. 

e. The image storage system used. 

f. Exposure geometry—whether SWE/SWV, DWE/SWY, or 
DWE/DWY-; whether in motion or still imaging; the scanning 
speed for in motion imaging: the distance from the source or 
focal spot to the imager surface; the relative positions of the 
imager surface, weld, source, penetrameters. and the intervals 
or reference markers; the amount of geometric magnification; 
the total magnification used for viewing: and the number of 
images required for radiography of a complete weld. 

g. Exposure conditions—whether milliampere or curie min- 
utes, the X-ray voltage or the input voltage and amperage, 
and when applicable, the exposure time. 

h. Materials—the type and thickness range of material for 
which the procedure is suitable. 

i. Penetrameters—for hole type penetrameters: the type, 
material, identifying number, and essential hole, and the shim 
material and thickness. For wire type penetrameters: the type, 
material, identifying ASTM set letter, and essential wire 
diameter. 

j. Heat shields—material, thickness, and the distance from 
the imaging side of the heat shield to the pipe surface. 


11.1.3. Exposure Geometry 


11.1.3.1 Film Radiography 


When a radiographic source is centered in the pipe for 
exposing a butt weld, one exposure is adequate for the radio- 
graphic inspection of the complete weld (SWE/SWV). When 
the radiographic source is outside but not more than !/y in. 
(13 mm) from the weld surface, at least three exposures sepa- 
rated by 120° shall be made for the radiographic inspection of 
a complete weld (DWE/SWV). When the radiographic source 
is outside and more than !/5 in. (13 mm) from the weld sur- 
face, at least four exposures separated by 90° shall be made 
for the radiographic inspection of a complete weld (DWE/ 
SWV). When the diameter of the piping containing the weld 
is 3.500 in. (88.9 mm) or less, a DWE/DWV procedure may 
be used. When this procedure is used and the radiation beam 
is offset so that the source-side and film-side portions of the 
weld do not overlap in the areas of the radiograph being eval- 
uated, at least two exposures separated by 90° shall be made 
for the radiographic inspection of a complete weld. When the 
source-side and film-side portions of the weld are superim- 
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posed, at least three exposures separated by 60° shall be made 
for the radiographic inspection of a complete weld. 

When smaller diameter, thicker wall pipe is radiographed, 
additional exposures should be made to minimize the distor- 
tion of imperfection images at the ends of the radiographs. 

The minimum distance between the source or focal spot 
and the source side of the object being radiographed shall be 
determined by the following formula (using constant units of 
measurement): 


D= St/k 


where 


D = minimum distance, in inches, between the 
source or focal spot and the source side of the 
object being radiographed, 


S = size, in inches, of the effective source or focal 
spot, 


t = thickness of the weld, in inches, including rein- 
forcement, plus the distance between the film 
side of the weld and the film, 


k = geometric unsharpness factor. 


When f is determined for SWE/SWV and DWE/SWV pro- 
cedures, the thickness of the single wall and its weld reinforce- 
ment shall be used. When 7 is determined for DWE/DWV 
procedures, the outside diameter of the weld (that is, the out- 
side diameter of the pipe plus twice the average height of the 
weld crown) shall be used. Normally, & is 0.02 in. (0.5 mm) for 
material with a thickness of Jess than or equal io 2.000 im. 
(50.8 mm). 

The final acceptance of the exposure geometry shall be 
based on the ability to see the prescribed penetrameter image 
and the essential hole or wire diameter. 


41.1.3.2 Other imaging Media 


The final acceptance of the exposure geometry shall be 
based on the ability to see the prescribed penetrameter image 
and the essential hole or wire diameter. For in-motion imag- 
ing, the exposure geometry shall be evaluated at the maxi- 


mum scanning speed to be used during the radiographic 
inspection of the complete weld. 


11.1.4 Type of Penetrameters 


Penetrameters shall conform to the requirements of either 
ASTM E 1025 or Figure 21 for hole type penetrameters, or 
ASTM E 747 for wire type penetrameters. The company shall 
determine the set of requirements to be used. Penetrameters 
shall be made of material that is radiographically similar to 
the material being welded. 


11.1.5 Selection of Penetrameters 
11.1.5.1 Hole Type Penetrameters 


The maximum thickness of the hole type penetrameters to 
be used, based on the thickness of the pipe wall or the weld, 
and its identifying number, are shown in Table 5 for ASTM E 
1025 penetrameters and in Table 6 for Figure 21 penetrame- 
ters. If the choice of penetrameters is based on weld thickness, 
shims of material that are radiographically similar to that of 
the pipe and cquivalent in thickness to the average weld 
buildup shall be placed under the penetrameter. If the choice 
of penetrameter is based on pipe wall thickness, shims need 
not be used. At the radiographic contractor’s option, penetram- 
eters thinner than those specified above may be used, provided 
the required radiographic sensitivity is obtained. 

The radiographic images of the hole type penetrameter’s 
outline, identifying numbers, and essential hole shall all 
appear clearly. The essential holes for both ASTM E 1025 
and Figure 21 penetrameters shall be the 27 hole. For Figure 
21 penetrameters, the 2T hole need not be less than ‘hg in. 
(1.6 mm) in diameter. 


11.1.5.2 Wire Type Penetrameters 


The essential wire diameter to be used, based on the thick- 
ness of the weld, is shown in Table 7 for ASTM E 747 wire 
penetrameters. At the radiographic contractor’s option, 
smaller wire diameter penetrameters than those specified 
above may be used, provided the required radiographic sensi- 
tivity is obtained. 


Table 5—Thickness of Pipe Versus Thickness of ASTM E 1025 Penetrameter 
i = A eS 


Pipe Wall or Weld Thickness 


Inches Millimetres 
00.250 0-6.4 
> 0.250-0.375 > 6.4-9.5 
> 0.375-0.500 > 9.5-12.7 
> 0.500-0.750 > 12.7-19.1 
> 0.750-1.000 > 19.1-25.4 
> 1.000-2.000 > 25.4-50.8 


Maximum Penetrameter Thickness 


Inches Millimetres Identifying Number 
0.0125 0.32 12 
0.0156 0.38 15 
0.0175 0.44 17 
0.0200 0.51 20 
0.0250 0.64 25 
0.0300 0.76 30 
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Table 6—Thickness of Pipe Versus Thickness of Penetrameter@ 


Pipe Wall or Weld Thickness Maximum Penetrameter Thickness 
Inches Millimetres Inches Millirnetres Identifving Number 
0-0.250 0-6.4 0.0050 0.13 5 
> 0.250-0.375 > 6.49.5 0.0075 0.19 7 
> 0.375-0.500 > 9.5-12.7 0.0100 0.25 10 
> 0.500-0.625 > 12.7-15.9 0.0125 0.32 12 
> 0.625-0.750 > 15.9-19.] 0.0150 0.38 15 
>0.750-0.875 > 19.|-22.2 0.0175 0.44 17 
> 0.875-1.000 322 2=25.4 0.0200 0.5) 20 
> 1.000-1.250 > 25.4-31.8 0.0250 0.64 25 
>1.250-1.500 > 31.8-38.] 0.0300 0.76 30 
> |.500-2.000 > 38,1-50.8 0.0350 0.89 35 


“See Figure 21. 


ee 7 < 1/2" (38 mm) 


3/32" (2.4 mm) min. 


Identifying 
number 

Noles: 
1. T=thickness of penetrameter: Diameter A = 27; Diameter B = 7: Diameter C = 47. 
2. No hole nced be less than !/1 in. (1.6 mm) in diameter. 
3. The holes shall be round and drilled perpendicular to the surface. The edges shall be free from burrs but 
shall not be chamfered. 
4. Each penetrameter shall carry a lead identification number. 
5. The tolerances for penetrameter thickness and hole diameter shall be +10 percent or one-half the thick- 
ness increment between penetrameter sizes, whichever is smaller. 


Figure 21—-Standard Penetrameter 


Table 7—Thickness of Pipe Versus Diameter of ASTM E 747 Wire Penetrameter 


Pipe Wall or Weld Thickness Essenual Wire Diameter 

Inches Millimetres Inches Millimetres ASTM Set Letter 

0-0.250 0-6.4 0.008 0.20 A 
> 0.25040.375 > 6.4-9.5 0.010 0.25 AorB 
> 0.375-0.500 > 9.5-12.7 0.013 0.33 B 
> 0.500-0.750 > 12.7-19.1 0.016 0.41 B 
> 0.750-1.000 > 19.1-25.4 0.020 0.51 B 
> 1.000-2.000 > 25.4-50.8 0.025 0.64 B 

ee od = ‘“ 
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The radiographic images of the wire type penetrameter’s 
identifying style number and ASTM set letter shall appear 
clearly. The image of the essential wire diameter shall appear 
clearly across the entire area of interest. 


11.1.6 Placement of Penetrameters 
11.1.6.1 Film 


Except as provided in item c. below, penetrameters shall be 
placed in contact with the piping. 


a. Hole type penetrameters: When a complete weld is radio- 
graphed in a single exposure using a source inside the piping, 
at least four penetrameters placed parallel to the weld and 
spaced approximately equally around the circumference shall 
be used. For the DWE/DWV procedure, one penetrameter 
shall be placed on the source side of the pipe and adjacent to 
the weld so that its image is not superimposed onto the weld 
image. For the DWE/SWV or SWE/SWV procedures requir- 
ing multiple exposures for complete inspection of the weld, 
and where the length of film to be interpreted is greater than 
5 in. (130 mm), two penetrameters placed parallel to the weld 
and located on the film side shall be used. One shall be within 
1 in. (25 mm) of the end of the film length 10 be interpreted 
and the other shall be at the center of the film. When the film 
length to be interpreted is 5 in. (130 mm) or less, one penet- 
rameter shall be placed on the film side, parallel to the weld 
and located at the center of the length to be interpreted. When 
a repaired weld is radiographed, at least one penetrameter 
shall be placed adjacent to each repaired area. 

b. Wire type penetrameters: The number and location of wire 
type penetrameters shall be the same as described for the hole 
type penetrameters except that the wires shali be placed 
across the weld and perpendicular to the weld length. 

c. Heat shields: Penetrameters may be placed on a heat 
shield rather than in contact with the pipe, provided that the 
acceptability of such penetrameter placement is demonstrated 
prior to production testing. 


11.1.6.2 Other Imaging Media 


For imaging media other than film, penetrameter placement 
shall be the same as that required by 11.1.6.1. Penetrameters 
may be placed above the surface of the pipe or held in position 
between the surface of the pipe and the imager by a fixture 
attached to the imager or scanning device. Acceptability of 
such penetrameter placement shall be qualified prior to pro- 
duction radiography using penetrameters placed in contact 
with the pipe simultaneously with and adjacent to those placed. 
or positioned by a fixture above the surface of the pipe. 


11.1.7 Production Radiography 


Only Level If or If radiographers shall interpret the radio- 
graphic images of production welds. Radiographers shall 


10:22:07 


Ente Nacionale Itlians di Unifacazione 


report to the company all defects observed in the images 
unless the company requires that all imperfections observed 
be reported. The radiographer shall indicate whether the weld 
meets the requirements of Section 9. The company shall 
determine the final disposition of the weld. 


11.1.8 Identification of images 


Images shal] be clearly identified by the use of lead num- 
bers, lead letters, markers, or other identification so that the 
proper weld and any imperfections in it can be quickly and 
accurately located. The company may specify the identifica- 
tion procedure to be used. Whenever more than one image is 
used to inspect a weld, identification markers shall appear on 
each image, and adjacent images shall overlap. The last refer- 
ence marker on each end of the image shall appear on the 
appropriate adjacent images in a way that establishes that no 
part of the weld has been omitted. 


11.1.9 Storage of Film and Other Imaging Media 
11.1.9.1 Film 


All unexposed films shall be stored in a clean, dry place 
where the conditions will not detrimentally affect the emul- 
sion. If any question arises about the condition of the unex- 
posed film, sheets from the front and back of each package or 
a length of film equal to the circumference of each original 
roll shall be processed in the normal manner without expo- 
sure to light or radiation. If the processed film shows fog, the 
entire box or roll from which the test film was removed shall 
be discarded, unless additional tests prove that the remaining 
film in the box or roll is free from pre-exposure fog exceeding 
0.30 H&D transmitted density for transparent-based film or 
0.05 H&D reflected density for opaque-based film. 


Note: H&D refers to the Hurter-Driffield method of defining quanti- 
tative blackening of the film. 


11.1.9.2 Other Imaging Media 


Imaging media other than film shall be stored in strict 
accordance with the manufacturer’s recommendations. 


11.1.10 Film Density 
11.1.10.1 Film Density 


Except for small localized areas caused by irregular weld 
configurations, the transmitted H&D density in the area of 
interest of transparent-based film shall not be less than 1.8 nor 
greater than 4.0. The reflected H&D density for opaque-based 
film shall not be less than 0.5 nor greater than 1.5. Transmit- 
ted H&D densities through small localized areas may exceed 
these limits; however, minimum densities shall not be less 
than 1.5 and maximum densities shall not exceed 4.2; 
reflected H&D density shall not be less than 0.25 and shall 
not exceed 1.8. 
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11.1.10.2 Film Viewing Equipment 


The viewing equipment (illuminator) shall be of the vari- 
able high-intensity type and shall be capable of viewing film 
densities within the range specified in 11.1.10.1, It shall be 
equipped to prevent light, coming from around the outer edge 
of the radiograph or through low density portions of the 
radiograph, from interfering with interpretations. 


11.1.10.3 Film Viewing Facilities 


Viewing facilities shall provide subdued background light- 
ing of an intensity that will not cause troublesome reflections, 
shadows, or glare on the radiograph. 


11.1.11 Image Processing 


When requested by the company, film or other imaging 
media shal] be processed, handled, and stored so that the images 
are interpretable for at least 3 years after they are produced. 


11.1.12 Image Processing Area 


The image processing area and all accessories shall be kept 
clean at all times. 


11.1.13 Radiation Protection 


The radiographer shall be responsible for the protection 
and monitoring of every person working with or near radia- 
tion sources. The protection and monitoring shall comply 
with applicable federal, state, and local regulations. 


11.2 MAGNETIC PARTICLE TEST METHOD 


When magnetic particle testing is specified by the com- 
pany, a detailed written procedure for magnetic particle test- 
ing shall be established that meets the requirements of ASTM 
E 709. The company and the nondestructive testing contractor 
should agree on the magnetic particle testing procedure or 
procedures prior to the performance of production testing. 

The company shall require the contractor to demonstrate 
that the proposed procedures will produce acceptable results 
and shall require the contractor to use such procedures for 
production testing. 


11.3. LIQUID PENETRANT TEST METHOD 


When liquid penetrant testing is specified by the company, 
a detailed written procedure for liquid penetrant testing shall 
be established that meets the requirements of ASTM E 165. 
The company and the nondestructive testing contractor 
should agree on the liquid penetrant testing procedure or pro- 
cedures prior to the performance of production testing. 

The company shall require the contractor to demonstrate 
that the proposed procedures will produce acceptable results 
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and shall require the contractor to use such procedures for 
production testing. 


11.4 ULTRASONIC TEST METHODS 


11.4.1. General 


When ultrasonic testing is specified by the company for the 
inspection of new and/or in-service circumferential butt 
welds, the requirements of this section shall apply. A detailed 
procedure for use of the individual ultrasonic techniques shall 
be established and recorded. The use of ultrasonic testing and 
the scope of its use shall be at the option of the company. 

The company and the ultrasonic contractor should agree on 
the ultrasonic procedures before the performance of produc- 
tion testing. The company shall require the ultrasonic contrac- 
tor to demonstrate the proposed procedures to produce 
acceptable and accurate results and shall require the contrac- 
tor to use such procedures for production testing. 

Caution is advised when this method is applied to in-ser- 
vice weld inspection due to potential parent material and sur- 
face imperfections that can interfere with the use of the 
ultrasonic technique. 

All surfaces to be ultrasonically scanned shall be in the 
uncoated condition. For new construction projects, the coat- 
ing cutback (bare pipe length) at pipe ends necessary for 
ultrasonic scanning should be specified prior to the pipe being 
coated. Pipe seams should be ground flush with the pipe sur- 
face for the distance necessary for ultrasonic scanning. 


11.4.2 Details of Procedure 


11.4.2.1. General 


The details of each ultrasonic procedure shall be recorded. 
A copy of the record shall be furnished to the company for its 
records. The record shall be in the form of both writing and 
sketches. As a minimum, each procedure shall include the 
applicable details listed in 11.4.2.2. 


11.4.2.2 Ultrasonic Procedure 


As a minimum the procedure for ultrasonic testing of 
welds shall include the following specific application details: 


a. Type of welds to be tested, joint preparation dimensions 
and welding processes. 

b. Material type (i.e., size, grade, thickness, process of manu- 
facturing per API Spec 5L). 

¢. Scanning surface preparation/condition. 

d. Stage at which examination is to be performed. 

e. Ultrasonic Instrument/System and probes (i-e., manufac- 
turer, type, size. etc.). 

f. Automatic or Manual. 

g. Couplant. 

h. Testing Technique: 
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Angles. 

. Frequencies (MHz). 

. Temperatures and ranges. 

. Scanning patterns and speeds. 

. Reference datum and location markers (i.e., root face 
and circumferential locations). 

i. Reference Standards—detail sketches showing plan-view 

and cross-section-view dimensions of production-material 

reference-standard blocks and all reference reflectors. 

j. Calibration requirements—the interval at which calibra- 

tion of the instrument or system is required, the sequence of 

set-up calibration prior to inspecting welds, including all 

standard calibration blocks to be used, the reference sensittv- 

ity reflectors to be used, the reference sensitivity-leve] setting 

(i.e., DAC or TCG), and the intervals for verification of cali- 

bration settings. 

k. Scanning level—the sensitivity setting in decibels (dB) to 

be added to the reference sensitivity for scanning. 

1. Evaluation level—the level or height of echoes detected 

during scanning at which further evaluation is required, and 

any sensitivity adjustment to be made before evaluating for 

acceptance or rejection. 

m. Recording of results—type of record (c.g., sketch, thermal 

printer, compact disc, etc.) and whether all reflectors or only 

unacceptable reflectors will be recorded. 

n. Ultrasonic Examination Report—an example of the exam- 

ination reports. 


Nn ft WN 


11.4.3 Ultrasonic Testing Personnel Requirements 


An NDT Level III in the ultrasonic method shall develop 
the application technique and prepare and approve the testing 
procedure. Only Level II or ILI certified personnel shall cali- 
brate equipment and interpret the test results. NDT Level If or 
Ill personnel in ultrasonics shall perform the test and evaluate 
the results per the acceptance/rejection criteria. 

The ultrasonic testing personnel shall perform examinations 
in accordance with qualified and approved procedures (see 
11.4.4). Personnel responsible for testing shall be capable of 
determining the acceptability of circumferential butt welds in 
accordance with the acceptance criteria as listed in 9.6. 

The company has the right, at any time, to require person- 
nel to demonstrate their capabilities to perform to the require- 
ments of the qualified procedure. 


11.4.4 Qualification of the Testing Procedure 


Prior to final written approval, the company shall require 
the contractor to demonstrate the application of the procedure 
and ultrasonic systems. A procedure qualification report shall 
be generated and the results documented prior to use on actual 
field welds. The qualification process shall be as follows: 


a. Welds (minimum of 2 per welding procedure) containing 
defects and acceptable imperfections shall be prepared from 
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actual production pipe material samples utilizing the approved 
welding procedure specification. Welder qualification welds 
may be used. 

b. Radiographs shall] be made of the welds and the results 
documented. 

c. The UT procedure shall be applied, within the detailed 
temperature ranges, and the results documented and com- 
pared with the radiographs. 

d. Differences in detection results shall be documented. (Dif- 
ferences in detectability and resolution between ultrasonics 
and radiography may be noted.) If required by the company, 
destructive testing of the weld sample shall be made to dis- 
cover or confirm the results. 

e. Use of the UT procedure on production welding shall be 
based on the capability of the implemented UT method/tech- 
nique/systems to: 1) circumferentially locate, 2) size for 
length, 3) determine depth from O.D. surface, and 4) axially 
(weld cross section) locate required imperfections/defects in 
the test samples. In addition, the procedure must accurately 
determine the acceptability of welds in accordance with the 
criteria listed in 9.6 and 11.4.7. 


11.4.5 API Sensitivity Reference Standard 


Manual ultrasonic testing sensitivity shall be based on a two 
or three point reference level (i.e., distance amplitude correc- 
tion [DAC] or time corrected gain [TCG]) derived from an 
N10 notch introduced into a sample of the pipe to be 
inspected. (See Figures 22A and 22B.) The highest point of 
the DAC/TCG shall not be less than 80% of full screen height. 
The reference standard shall also be used to determine the 
actual sound beam velocity, refracted angle and sound path 
distance in the pipe material to be inspected. Unknown veloc- 
ity and refracted angle shall be determined when welds in pipe 
of different chemistry specifications, wall thickness, diameter 
or from more than one pipe and rolling or piercing manufac- 
turer are to be inspected. This may be accomplished by using 
two probes of the same nominal angle and frequency with the 
probes directed toward one another. (See Figure 22C.) When a 
difference is noted in velocity, angle, or sound path distance 
another reference standard shall be made from the different 
pipe material. 

For automated ultrasonic testing and when required by the 
company for manual ultrasonic testing, flat bottom holes shall 
be machined into a sample of the pipe to be inspected. This 
sample shall be used as calibration reflectors in addition to 
the N10 notches at the inside and outside surfaces. The diam- 
eter of each flat bottom hole should be approximately equal to 
the thickness of one welding fill pass. The flat reflecting sur- 
face of each hole shall be installed at the same angle and posi- 
tion as the weld joint preparation for each fill pass required by 
the welding procedure. Additionally, planar reflectors or flat 
bottom holes shall be installed at the weld center-line position 
with their flat reflecting surfaces vertical to the weld. All 
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reflectors should be spaced apart so that no two will be within 
the beam spread of one probe simultaneously. 

For testing on other than new construction. a pipe sample of 
the same grade. wall thickness, and diameter as the pipe to be 
inspected shall be used to make the reference standard. A 
transfer technique using probes of the same nominal angles 
and frequencies to be used for inspection shall be carried out to 
determine actual full skip distance. actual refracted angle. and 
attenuation in the material to be inspected. (See Figure 22C.) 


11.4.6 Parent Material Ultrasonic Testing 


After completion of the circumferential butt weld, but prior 
lo its ultrasonic testing. a compression wave test of the parent 
material on both sides of the weld (minimum distance = 
},25 x the longest surface skip distance to be used) shall be 
performed. All interfering partial and ful! beam reflectors 
shall be noted (datum location and distance from the weld 
edge) and yecorded on the examination record. 


41.4.7. Scanning and Evaluation Level 
11.4.7.1. Parent Material Ultrasonic Testing 


Manual compression wave testing of parent material shall 
be performed with the second backwall echo from the refer- 
ence standard (Figure 22A) adjusted to at least 80% of full 
screen height. 

Automated ultrasonic testing of the parent material shall be 
performed using the same calibration method and evaluation 
level as that used for manual compression wave, or a different 
technique if demonstrated to be equal to or better than the 
manual method. 


11.4.7.2 Manual Ultrasonic Weld Testing 


Manual ultrasonic weld testing shall be performed at a 
scanning sensitivity of DAC/TCG reference sensitivity plus 
6dB minimum. All indications that exceed 50% of DAC/ 
TCG screen height shall be evaluated. 


Dimensions: 

T — Nominal pipe wall thickness 

N Notch depth = 10% T plus or minus 10% of notch depth 
A 2in.(50 mm) minimum fength 

B 0.125 in. (3.2 mm) maximum notch width 
C 11.35 T plus 2 in. (60 mm) minimum length 
D — 3.1 in. (80 mm) minimum width 

E 1 in. (25 mm) minimum notch length 

R1 Outside radius of pipe 

R2~ Radius of inside notch = A1 minus 0.9 T 
R23 ~Radius of outside notch = A1 minus 0.10 7 


Figure 22A—Reference Block for Manual UT 
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With the transducer in Position A, maximize (peak up) the echo from the inside notch and adjust amplitude to at least 80% of full screen 
height. Measure the surface distance from the inside notch to the transducer exit point. Surface distance divided by measured wall thickness 


equals refracted angle tangent. 


Position the transducer in line with the outside notch at double the distance used to peak up the inside notch (Position B). Verify that the out- 
side notch echo peak is at or near zero depth reading. This will establish that refracted angle and velocity settings are sufficiently accurate. 


Figure 22B—Establishing Distance, Refracted Angle, and Velocity 


Using two transducers of equal angle and frequency, one transmitting and the other receiving. maximize (peak up) the echo received. Measure 
the surface distance between the transducer exit points. Half the surface distance divided by measured wall thickness equals the refracted 
angle tangent. Without changing instrument settings, repeat this process on pipe with unknown velocity, refracted angle, and attenuation to 


determine any differences. 


Figure 22C—Transfer Procedure 


Evaluation sensitivity for manual ultrasonic weld testing 
should be DAC/TCG reference sensitivity plus 6 dB with an 
evaluation level for all indications at 50% of DAC/TCG 
screen height. 

After the reference sensitivity, scanning sensitivity, and 
evaluation sensitivity and levels have been established, they 
shall be qualified, then incorporated into the final procedure 
and in the final qualification report. 


11.4.7.3 Automated Ultrasonic Weld Testing 


Automated ultrasonic weld testing should be performed at 
a scanning sensitivity of 80% screen height reference sensi- 
tivity plus 4 dB when using the pulse-echo technique. Evalua- 
tion sensitivity should be the same as scanning sensitivity. 

Evaluation level screen height (recording threshold) should 
be 40% of full screen height using the automated pulse~echo 
technique. 

Other automated techniques, reference reflectors, reference 
sensitivities, scanning sensitivities, evaluation sensitivities, 
and evaluation levels may be used if demonstrated to be 
equivalent to the pulse-echo technique for the detection and 
evaluation of weld imperfections. 
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11.4.8 Production Ultrasonic Testing 


Ultrasonic technicians shall report to the company all 
defects unless the company requires that all observed (evalua- 
tion level and above) indications be reported. The company 
shall determine the final disposition of the weld. 


11.4.9 Identification of Reported Indications 


The ultrasonic testing report of inspected welds shall 
include the weld number, datum location, length, depth from 
the O.D. surface, and defect classification (linear, transverse, 
or volumetric) of all reported indications. 


12 Automatic Welding With Filler Metal 
Additions 
12.1 ACCEPTABLE PROCESSES 


Automatic welding shall be performed using one or more 
of the following processes: 


a. Submerged-arc welding. 
b. Gas metal-arc welding. 
c. Gas tungsten-are welding. 


= 
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d. Flux-cored arc welding with or without external shielding. 
e. Plasma arc welding. 


12.2 PROCEDURE QUALIFICATION 


Before production welding is started, a detailed procedure 
specification shall be established and qualified to demon- 
strate that welds with suitable mechanical properties (such 
as strength, ductility, and hardness) and soundness can be 
made by the procedure. Two pipe lengths, full joints or nip- 
ples, shall be joined by following all the details of the proce- 
dure specification. The quality of the weld shall be 
determined by both destructive and nondestructive testing 
and shall meet the requirements of 5.6 and Section 9, 
respectively. These procedures shall be adhered to except 
where a change is specifically authorized by the company, as 
provided for in 12.5. 


12.3. RECORD 


The details of each qualified procedure shall be recorded. 
This record shall show complete results of the procedure 
qualification test. Forms similar to those shown in Figures 1 
and 2 should be used. This record shall be maintained as long 
as the procedure is in use. 


12.4 PROCEDURE SPECIFICATION 
12.4.1. General 


The procedure specification shall include al! the informa- 
uion that is pertinent to setting up and maintaining the proper 
operation of the equipment, as specified in 12.4.2. 


12.4.2 Specification Information 


12.4.2.1 Process 


The specific process or combination of processes used 
shall be identified. 


12.4.2.2 Pipe and Fitting Materials 


The materials to which the procedure applies shall be iden- 
tified. API Spec 5L pipe, as well as materials that conform 
to acceptable ASTM specifications, may be grouped 
(see 5.4.2.2), provided that the qualification test is made on 
the material with the highest specified minimum yield 
strength in the group. 


12.4.2.3. Diameters 


The range of diameters over which the procedure is appli- 
cable shall be identified. 
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12.4.2.4 Wall-Thickness Group and Number and 
Sequence of Beads 


The range of wall thicknesses over which the procedure is 
applicable shall be identified, as shall the range of numbers of 
beads required for the thicknesses and the machine used for 
each bead. 


12.4.2.5 Joint Design 


The specification shall include a sketch or sketches of the 
joint that show the type of joint (e.g., V or U), the angle of 
bevel. and the size of the root face and root opening. If a 
backup is used, the type shall be designated. 


12.426 Filler Metal 

The size and AWS classification number of the filler metal, 
if available, shall be designated. 
12.4.2.7 Electrical Characteristics 


The current and polarity shall be designated, and the range 
of voltage and amperage for each size or type of electrode 
used shall be specified. 


12.4.2.8 Position 


The specification shall] designate roll or position welding. 


12.4.2.9 Direction of Welding 


For position welding only, the specification shall designate 
whether the welding is to be performed in an uphill or down- 
hill direction. 


12.4.2.10 Time Between Passes 


The maximum time between the completion of the root 
bead and the start of the second bead, as well as the maxi- 
mum time between the completion of the second bead and the 
start of other beads, shall be designated. 


12.4.2.11 Type of Lineup Clamp 


The specification shall designate whether the lineup clamp 
is to be internal or external or if no clamp is required. 
12.4.2.12 Cleaning 

The specification shall describe the joint-end and interpass 
cleaning required. 
12.4.2.13 Preheat Treatment 


The methods, width to be heated, minimum temperature at 
the start of the weld, and minimum ambient temperature 
below which preheat treatment is required shall be specified. 
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12.4.2.14 Post-Heat Treatment 


The methods, width to be heated, minimum and maximum 
temperature, time at temperature, and temperature control 
methods for post-heat treatment shall be specified. 


12.4.2.15 Shielding Gas and Flow Rate 


The composition of the shielding gas and the range of flow 
rates shall be designated. 


12.4.2.16 Shielding Flux 


The AWS classification number, if available, or the brand 
number of the shielding flux shall be designated. 


12.4.2.17 Speed of Travei 


The range for speed of travel, in inches (millimetres) per 
minute, shall be specified for each pass. 


12.4.2.18 Other Factors 


Other important factors that may be necessary for proper 
operation of the process or that may affect the quality of the 
work produced shall be designated. These may include the 
location and angle of arc for submerged arc welding, the 
contact-tube-to-work distance, and the oscillation width and 
frequency. 


12.5 ESSENTIAL VARIABLES 
12.5.1 General 


A welding procedure must be re-established as a new pro- 
cedure specification and must be completely re-qualified when 
any of the essential variables listed in 12.5.2 are changed. 
Changes other than those listed in 12.5.2 may be made in the 
procedure without the need for requalification, provided the 
procedure specification is revised to show the changes. 


12.5.2 Changes Requiring Requalification 


12.5.2.1 Welding Process 


A change from the welding process established in the pro- 
cedure specification constitutes an essential variable. 


12.5.2.2 Pipe Material 


A change in pipe material constitutes an essential variable. 
For the purposes of this standard, all carbon steels shall be 
grouped as follows: 


a. Specified minimum yield strength less than or equal to 
42,000 psi (290 MPa). 
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b. Specified minimum yield strength greater than 42,000 psi 
(290 MPa) but less than 65,000 psi (448 MPa). 

c. For carbon steels with a specified minimum yield strength 
greater than or equal to 65,000 psi (448 MPa), each grade 
shall receive a separate qualification test. 


Note: The groupings specified above in 12.5.2.2 do not imply that 
base materials or filler metals of different analyses within a group 
may be indiscriminately substituted for a material that was used in 
the qualification test without consideration of the compatibility of 
the base materials and filler metals from the standpoint of metallur- 
gical and mechanical properties and requirements for pre- and post- 
heat treatment. 


12.5.2.3 Joint Design 


A major change in joint design (for example, from V 
groove to U groove) or any change beyond the range estab- 
lished in the procedure specification for such factors as spac- 
ing, root face, and angle of bevel constitutes an essential 
variable. 


12.5.2.4 Wall Thickness 


A change in wall thickness beyond the range established in 
the procedure specification constitutes an essential variable. 


12.5.2.5 Pipe Diameter 


A change in pipe diameter beyond the range established in 
the procedure specification constitutes an essential variable. 


12.5.2.6 Filler Metal 


The following changes in filler metal constitute essential 
variables: 


a. A change from one filler-metal group to another (see 
Table 1). 

b. For pipe materials with a specified minimum yield strength 
greater than or equal to 65,000 psi (448 MPa), a change in the 
AWS classification of the filler metal (see 5.4.2.2). 

Changes in filler metal may be made within the groups 
specified in 12.5.2.2, items a and b, The compatibility of the 
base material and the filler metal should be considered from 
the standpoint of mechanical properties. 


12.5.2.7 Size of Filler-Metal Wire 


A change in the size of the filler-metal wire constitutes an 
essential variable. 


12.5.2.8 Time Between Passes 


An increase in the maximum time between completion of 
the root bead and the start of the second bead constitutes an 
essential variable. 


Information Handling Services, 


hee 


COPYRIGHT 2000 
Febuary 04, 2000 


STD-API/PETRO STD LLOY-ENGL 1999 0732290 Ob1?74b4 4TS me 


40 API] STANDARD 1104 


12.5.2.9 Direction of Welding 


A change in the direction of welding from vertical uphill to 
vertical downhill, or vice versa. constitutes an essential variable. 


12.5.2.10 Shielding Gas and Fiow Rate 


A change from one shielding gas to another or from one 
mixture of gases to another constitutes an essenual variable. 
An increase or decrease in the range of flow rates established 
for the shielding gas also constitutes an essential variable. 


12.5.2.11 Shielding Flux 


Reter to Table |. footnote a. for changes in shielding flux 
that constitute essential variables. 


12.5.2.12 Speed of Travel 


A change in the range for speed of travel constitutes an 
essential variable. 


12.5.2.13 Pre- and Post-Heat Treatment 
Requirements 


A change tn pre- or post-heat treatment requirements con- 
stitutes an essential variable. 


12.5.2.14 Electrical Characteristics 


A change in electrical characteristics constitutes an essen- 
tial variable. 


12.5.2.15 Orifice Diameter or Orifice Gas 
Composition 


For plasma arc welding. a change in orifice gas nominal 
composition or a change in orifice diameter. 


12.6 QUALIFICATION OF WELDING EQUIPMENT 
AND OPERATORS 


Each welding unit and each operator shall be qualified by 
producing an acceptable weld using the qualified welding 
procedure. The completed weld shall be tested by destructive 
methods, nondestructive methods, or both and shall meet the 
requirements of 6.4 through 6.7. Each operator shall have 
received adequate training in the operation of the equipment 
prior to the start of welding and shall be thoroughly familiar 
with the equipment he operates. Identical welding units, 
cither additional] or replacement, may be qualified by nonde- 
structive testing on production welds. H the welding proce- 
dure involves more than one operation or one operator, each 
operator shall be qualified on the welding unit or units that 
will be used in production welding. 
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12.7 RECORDS OF QUALIFIED OPERATORS 


A record shall be made of the tests required by 12.6 and of 
the detailed results of each test. A form similar to that shown 
in Figure 2 should be used. (This form should be developed to 
suit the needs of the company but must be sufficiently 
detailed to demonstrate that the qualification test meets the 
requirements of this standard.) A list of qualified operators 
and the procedures for which they are qualified shall be main- 
tained. An operator may be required to re-qualify if a question 
arises about their competence. 


12.8 INSPECTION AND TESTING OF 
PRODUCTION WELDS 


Production welds shall be inspected and tested in accor- 
dance with Section 8. 


12.9 ACCEPTANCE STANDARDS FOR 
NONDESTRUCTIVE TESTING 


The acceptance standards for nondestructive testing shall 
be in accordance with Section 9 or, at the company’s option, 
the appendix. 


12.10 REPAIR AND REMOVAL OF DEFECTS 


Repair and removal of defects shall be in accordance with 
Section 10. 


12.11. RADIOGRAPHIC TESTING 


Radiographic testing shall be in accordance with 11.1, 


13 Automatic Welding Without Filler-Metal 
Additions 


13.1 ACCEPTABLE PROCESSES 


Automatic welding without filler-metal additions shall be 
done using the flash butt-welding process. 


13.2 PROCEDURE QUALIFICATION 
13.2.1 Procedure 


Before production welding is started, a detailed procedure 
specification shall be established and qualified to demonstrate 
that welds with suitable mechanical properties (such as 
strength, ductility, and hardness) and soundness can be made 
by the procedure. At least two welds shall be made by joining 
pipe lengths. full joints, or nipples and by following all the 
details of the procedure specification. The quality of the weld 
shall be determined by both destructive and nondestructive 
testing and shall meet the requirements of 13.2.3 and 13.9, 
These procedures shall] be adhered to except where a change is 
specifically authorized by the company. as provided for in 13.5. 
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13.2.2 Radiography Prior to Mechanical Testing 


Each procedure qualification weld shall meet the require- 
ments of 13.9 prior to being submitted for mechanical testing. 


13.2.3 Mechanical Testing of Butt-Welded Joints 
13.2.3.1 General 


Mechanical test specimens shall be cut from the weld joint 
as shown in Figures 23, 24, and 25, The minimum number of 
specimens and the tests to which they are to be subjected are 
given in Table 8. These specimens shall be prepared and 
tested as specified in 13.2.3,2 through 13.2.3.4. 


13.2.3.2 Tensile-Strength Tests 
13.2.3.2.1 Preparation 


Tensile-strength test specimens shall be prepared in accor- 
dance with 5.6.2.1. 


13.2.3.2.2 Method 


Tensile-strength test specimens shall be tested in accor- 
dance with 5.6.2.2. 


13.2.3.2.3. Requirements 


The tensile-strength of the weld, including the fusion zone 
of each specimen, shall be greater than or equal to the speci- 
fied minimum tensile-strength of the pipe material but need 
not be greater than or equal to the actual tensile-strength of 
the material. If the specimen breaks outside the weld and 
fusion zone (i.e., in the parent pipe material) and meets the 
minimum tensile-strength requirements of the specification, 
the weld shall be accepted as meeting the requirements. 

If the specimen breaks in the weld or fusion zone, the 
observed strength is greater than or equal to the specified 
minimum tensile-strength of the pipe material, and the weld 
meets the requirements for soundness given in 13.2.3.3.3, the 
weld shall be accepted as meeting the requirements. 


13.2.3.3 Nick-Break Test 
13.2.3.3.1 Preparation 


The number of two-inch nick-break specimens required by 
Table 8 shall be prepared in accordance with Figure 26. The 
sides of the specimen shall be macro-etched to locate the 
fusion line. The sides of the specimen shall be notched along 
the fusion line with a saw; each notch shall be approximately 
1/g-in. (3-mm) deep. In addition, the inside- and outside-diam- 
eter weld reinforcement shall be notched to a depth of not 
more than '/;¢ in. (1.6 mm), measured from the weld surface. 


13.2.3.3.2 Method 


Nick-break specimens shall be tested in accordance with 
5.6.3.2. 


13.2.3.3.3 Requirements 


The exposed surfaces of each nick-break specimen shall 
show complete penetration and fusion. Slag inclusions shall 
not exceed !/g in. (3 mm) in length or width. There shail be at 
least 1/2 in. (13 mm) of sound weld metal between adjacent 
slag inclusions. 


13.2.3.4 Side-Bend Test 
13.2.3.4.1 Preparation 


Side-bend specimens shall be prepared in accordance with 
5.6.5.1. 


13.2.3.4.2 Method 


Side bend specimens shall be tested in accordance with 
5.6.5.2, 


13.2.3.4.3 Requirements 


The requirements for the performance of side-bend speci- 
mens shall be in accordance with 5.6.4.3. 


Table 8—Type and Number of Test Specimens for Procedure Qualification Test 


i i 


(Flash Weid Only) 
Number of Specimens 
Outside Diameter of Pipe Nick-Break 
Inches Millimetres Tensile Strength Two-Inch Standard Side Bend Total 
> 18-24 > 457-610 4 16 0 4 24 
> 24-30 > 610-762 4 24 0 4 32 
> 30 > 762 4 32 0 4 40 


Load 


Fan: 
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Nick-break Nick-break 


Top ’ 
Nick-break Nick-break 
: Tensile 
Tensile 
Side bend oe Side bend 
Nick-break Nick-break 
Nick-break Nick-break 


Nick-break we . Nick-break 
Nick-break LEE oo Nick-break 


Side bend Side bend 
’ Tensile Tensile 
Nick-break Nick-break 

Nick-break 


Nick-break 


Note: All nick-break specimens shall be in accordance with Figure 26. 


Figure 23—Location of Test Butt-Weld Specimens for Flash-Weld Procedure Qualification Test: 
Outside Diameter Greater Than 18 in. (457 mm) but Less Than or Equal to 24 in. (610 mm) 
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Top 
3 Nick-breaks 


3 Nick-breaks of 
pipe 
i Tensile 
Tensile 
Side soa ee Side bend 
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3 Nick-breaks 
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Side bend 
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Note: All nick-break specimens shall be in accordance with Figure 26. 


= Figure 24—Location of Test Butt-Weld Specimens for Flash-Weld Procedure Qualification Test: 
Outside Diameter Greater Than 24 in. (610 mm) but Less Than or Equal to 30 in. (762 mm) 
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Note: All nick-break specimens shall be in accordance with Figure 26. 


Figure 25—Location of Test Butt-Weld Specimens for Flash-Weld Procedure Qualification Test: 
Outside Diameter Greater Than 30 in. (762 mm) 
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Notch cut by saw; 
specimen may be machine or oxygen cut; 
edges shall be smooth and parallel 
Approximately '/e" (3 mm) 
13/4" (44 mm) min. | 
Approximately /s" (3 mm) ss 
near Approximately 9" (230 mm) 
Wall thickness 
4 ‘ Transverse notch not to 
Weld reinforcement should not be exceed 1/16" (1.6 mm) 
removed on either side of specimen in depth 
Transverse notch not to 
exceed 1/16" (1.6 mm) 
in depth 
Approximately '/s" (3 mm) 
Figure 26—Two-inch Nick-Break Test Specimen 
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13.3. RECORD 


The details of each qualified procedure shall be recorded 
on a form incorporating, as a minimum, all of the items 
included in 13.4, This record shall show complete results of 
the procedure qualification test and shall be maintained as 
long as the procedure is in use, 


13.4 PROCEDURE SPECIFICATION 


The procedure specification shall include all the informa- 
lion that is pertinent to setting up and maintaining the proper 
operation of the equipment as indicated in the following items: 


a. Welding process. 

b. Pipe material. 

c. Pipe wall thickness and diameter. 

d. Pipe end preparation and diameter. 

é Prepar ation of the pipe, including grinding of the pipe seam 
weld, if any, and cleaning of the pipe ends for electrical contact. 


f. Welding position. 

g. Requirements for preheat treatment. 

h. Requirements for cleaning and inspection of contact shoes. 
i. Range of welding voltage. which shall be recorded on a 
stip chart. 

j. Range of welding amperage. which shall be recorded on a 
strip chart, 


k. Range of axial speed. which shall be recorded on a 
strip chart. 

1. Time intervals in weld cycle. which shall be identified and 
recorded on a strip chart. 

m. Range of upset stroke. which shall be recorded on a 
strip chart. 

n. Time delay before removal of clamps. 

o. Method of removing internal flash. 

p. Method of removing external flash. 

q. Requirements for post-heat weatment, including heating 
time. maximum temperature, time of temperature, method of 
determining heating around circumference, and cooling rate. 


13.5 ESSENTIAL VARIABLES 
13.5.1. General 


A welding procedure must be re-established as a new pro- 
cedure specification and must be completely re-qualified when 
any of the essential variables listed in 13.5.2 are changed. 
Changes other than those given in 13.5.2 may be made in the 
procedure without the need for re-qualification, provided the 
procedure specification is revised to show the changes. 


13.5.2 Changes Requiring Requalification 


A change in any of the factors listed in items a through k 
below constitutes an essential variable: 


a. Pipe material. 
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. Pipe wall thickness or diameter. 
. Pipe preparation dimensions. 
. Welding position. 


b 
c 
d 
e. Requirements for preheat treatment. 
f. Welding voltage tolerances. 

g. Welding current tolerances. 

h. Axial speed tolerances. 

i. Time intervals in weld cycle. 

j. Upset stroke tolerances. 


k. Requirements for post-heat treatment. 


13.6 QUALIFICATION OF EQUIPMENT AND 
OPERATORS 


Each welding unit and each operator shall be qualified by 
producing an acceptable weld using the qualified welding 
procedure. The completed weld shall be tested by both radio- 
graphic and mechanical test methods, as specified in 13.2. 
Each operator shal] have received adequate training in the 
operation of the equipment prior to the start of welding and 
shall be thoroughly familiar with the equipment they operate. 


13.7. RECORDS OF QUALIFIED OPERATORS 


A record shall be made of the tests required by 13.6 and of 
the detailed results of each test. A form similar to that shown 
in Figure 2 should be used. (This form should be developed to 
suit the needs of the company but must be sufficiently 
detailed to demonstrate that the qualification test meets the 
requirements of this standard.) A list of qualified operators 
and the procedures for which they are qualified shall be main- 
tained. An operator may be required to re-qualify if a question 
arises about their competence. 


13.8 QUALITY ASSURANCE OF PRODUCTION 
WELDS 


13.8.1 Rights of inspection 


The company shall have the right to inspect all welds by 
nondestructive means and by removing welds and subjecting 
them to metallurgical or mechanical tests, or both. The fre- 
quency of such additional inspections and tests shall be as 
specified by the company. 


13.8.2 Rejection Based on Strip Chart 


During the automatic welding sequence, the operator shall 
monitor the electrical and mechanical procedure parameters 
of the welding machine on an appropriate strip-chart recorder. 
If any of the welding parameters deviate beyond the toler- 
ances specified in the procedure specification, the weld shall 
be unacceptable. If the strip chart is found to be unacceptable 
after welding has been completed, the joint shal] be rejected 
and removed from the line. 
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13.8.3 Rejection Based on Nondestructive Testing 


Each production weld shall be inspected visually and 
radiographically after flash removal and post-heat treatment 
are complete, Other nondestructive tests may also be required 
by the company. Each production weld shal] meet the require- 
ments of 13.9. 


13.8.4 Rejection Based On Reinforcement 


The inside-diameter weld reinforcement shall not be raised 
above the parent material by more than 1/16 in. (2 mm). The 
outside-diameter weld reinforcement shall not be raised 
above the parent material by more than 1/g in. (3 mm). 


13.8.5 Rejection Based on Post-Heat Treatment 


As a minimum, each completed flash butt weld shall be 
heated after welding to a temperature above the Ac3 tempera- 
ture, followed by either controlled cooling or still-air cooling. 
The heat treatment cycle shall be documented using a strip- 
chart recorder, and any deviation beyond the ranges specified 
for heating time, maximum temperature, or cooling rate shall 
be cause for reheat treatment. 


13.9 ACCEPTANCE STANDARDS FOR 
NONDESTRUCTIVE TESTING 


13.9.1 General 


The acceptance standards given in 13.9.2 are applicable to 
the determination of the size and type of imperfections 
located by radiography and other nondestructive test meth- 
ods. They may also be applied to visual inspection. 
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13.9.2 Defects 


ISIs shall be considered defects if any single ISI exceeds 
1/g in. (3 mm), or the aggregate length of ISIs in any continu- 
ous 12-in. (300-mm) length of weld exceeds 1/2 in. (13 mm). 
In flash butt welds, cracks, incomplete fusion, and porosity 
detected by nondestructive testing are considered defects. 


13.10 REPAIR AND REMOVAL OF DEFECTS 
13.10.1 Repairs Permitted 
The following repairs are permissible: 


a. Surface defects may be removed by grinding, provided the 
pipe’s minimum wall thickness is not violated. 
b. Defects may be removed from the weld by grinding, chip- 
ping, gouging, or a combination of these methods, followed 
by a weld repair in accordance with Section 10. 

Repair by welding is permitted only by agreement with the 
company. 


13.10.2 Repairs Not Permitted 


Repair of porosity found in flash butt welds is not permit- 
ted; however, porosity in a repair weld deposit made with a 
different welding process is permitted within the limits 
defined in 9.3.8.2 or 9.3.8.3, whichever is applicable. 


13.11 RADIOGRAPHIC PROCEDURE 


Radiographic testing shall be in accordance with 11.1. 
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APPENDIX A—ALTERNATIVE ACCEPTANCE STANDARDS FOR GIRTH WELDS 


A.1 General 


The acceptance standards given in Section 9 are based on 
empirical criteria for workmanship and place primary impor- 
tance on imperfection length. Such criteria have provided an 
excellent record of reliability in pipeline service for many 
years. The use of fracture mechanics analysis and fitness-for- 
purpose criteria is an alternative method for determining 
acceptance standards and incorporates evaluation of the sig- 
nificance of both imperfection height and imperfection 
length. The fitness-for-purpose criteria provide more gener- 
ous allowable imperfection sizes, but only when additional 
procedure qualification tests, stress analyses, and inspections 
are performed. This appendix presents the minimum require- 
ments to permit use of the alternative acceptance standards. 
Itdoes not prevent the use of Section 9 for determining 
imperfection acceptance limits for any weld, nor does it 
impose any restriction on allowable strain, since this is cov- 
ered by other standards and regulations. Use of this appendix 
for the evaluation of any or all imperfections, including cir- 
cumferential cracks, is completely at the company’s option. 

It is usually impractical to qualify individual pipeline 
welds for the alternative acceptance limits after a defect under 
Section 9 is detected, because destructive testing is required 
to establish the minimum fracture toughness level for the 
welding procedure under consideration. Only circumferential 
welds between pipes of equal nominal wall thickness are cov- 
ered by this appendix. Welds in pump or compressor stations 
are excluded, as are fittings and valves in the main line. 
Repair welds are also excluded. Welds subjected to applied 
axial strain of more than 0.5% are not covered by this appen- 
dix. The alternative acceptance standards are restricted to 
pipeline sections for which nondestructive inspection is per- 
formed for essentially all girth welds. The fitness-for-purpose 
acceptance criteria may be applied to any number of a pipe- 
line’s girth welds that are not excluded and that meet the addi- 
tional requirements of this appendix. 

In this appendix, the use of the phrase imperfection accep- 
tance limits and other phrases containing the word imperfec- 
tion is not intended to imply a defective condition or any 
lack of weld integrity. All welds contain certain features var- 
iously described as artifacts, imperfections, discontinuities, 
or flaws. The primary purpose of this appendix is to define, 
on the basis of a technical analysis, the effect of various 
types, sizes, and shapes of such anomalies (called imperfec- 
tions herein) on the suitability of the whole weld for a 
specific service. 


Note: This appendix contains only values expressed in inch-pound 
units; however, it is acceptable to make evaluations with all values 
expressed in SI units. 
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A.2 Additional Requirements for 
Stress Analysis 


A.2.1_ AXIAL DESIGN STRESS 


To use this appendix, the company must perform a stress 
analysis to determine the maximum axial design stresses for 
the pipeline. The total axial stress acting on a imperfection 
also includes a residual stress from welding, which, in the 
case of welds that are not thermally stress relieved, may 
approach the yield strength of the material. The total of the 
applied tensile stress and the residual stress may exceed the 
yield strength and is more conveniently treated as percent 
strain. A yield-strength residual strain of 0.2% was assumed 
in developing the acceptance criteria given in this appendix. 
The maximum applied axial strain to be used for a particular 
pipeline shall be determined by stress analysis and docu- 
mented by the company. 


A.2.2. CYCLIC STRESS 
A.2.2.1 Analysis 


The cyclic stress analysis shall include the determination 
of predicted fatigue spectrum to which the pipeline will be 
exposed over its design life. This spectrum shal! include but is 
not limited to stresses imposed by hydrostatic testing, instal- 
lation stresses, and where applicable, thermal, seismic, and 
subsidence stresses. The spectrum should consist of several 
cyclic axial stress levels and the number of cycles applicable 
to each. If the stress levels vary from cycle to cycle, a suitable 
counting method, such as the rainflow method, should be 
used to determine cyclic stress levels and cycle count. 


Note: For an example of the use of the rainflow method, see N. E. 
Dowling, “Fatigue Failure Predictions for Complicated Stress-Strain 
Histories,’ Journal of Materials, March 1972, Volume 7, Number 1, 
pp. 71-87. 


The spectrum severity, S*, should be calculated from the 
following formula: 


S* = NAG) + N2(Aoo)? + ... (A-1) 
+ N(x)" 
where 
S* = spectrum severity, 
N; = number of cycles at the ith cyclic 
stress level, 
Ac; = cyclic stress range, in kips per square inch, 
Subscript k = number of cyclic stress levels, 
Subscript = range of increments from 1 to &. 
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The allowable imperfection sizes shown in Figure A-5 
apply when $* is less than or equal to 4 x 107. When S* is 
greater than 4 x 10’, this appendix shall not be used. 


A.2.2.2 Environmental Effects on Fatigue 


The enlargement of weld imperfections due to fatigue is a 
function of stress intensity. cycles of loading, imperfection 
size. and the environment at the crack up. In the absence of 
contaminating elements. oi] and hydrocarbons are consid- 
ered no worse than air. Water, brine. and aqueous solutions 
that contain CO2 or H2S may. however. increase the growth 
rate. It is normal for minor amounts of these components to 
be present in nominally noncorrosive pipelines. When the 
concentration of either CO> or H2S exceeds typical historical 
levels experienced in noncorrosive pipelines, this appendix 
shal! not be used, unless evidence exists that the proposed 
levels do not result in acceleration of fatigue crack growth. 
The effects of environment on fatigue crack growth external 
to the pipe at girth welds are normally mitigated by external 
coating and cathodic protection and do not limit the use of 
this appendix. 


A.2.3 SUSTAINED-LOAD CRACKING 


Certain environments may enhance imperfection growth 
in service at sustained load or induce brittleness in the mate- 
rial surrounding the imperfection to the point that an other- 
dormant imperfection becomes critical. These 
environments typically contain H2S but may contain strong 
hydroxides. nitrates. or carbonates. When these materials are 
present inside the pipe, a minimum threshold stress shall be 
established, and this appendix shall not be used if the calcu- 
lated stress exceeds the threshold value. With respect to H2S 
service, the definition of such service shall be that given in 
NACE MRO175. Although external exposure to carbonates 
and nitrates in the svil has been shown to produce stress cor- 
rosion cracking in a small number of cases, the cracking is 
normally axial and is associated with circumferential stress 
rather than axial stress. No pipeline failures are known 
to have originated from stress corrosion cracking in a 
girth weld. 

The frequency and severity of stress corrosion cracking can 
be mitigated by the use of proper coating and proper cathodic 
protection. The use of this appendix is not precluded when 
direct exposure to the aggressive environment is prevented by 
a coating designed to resist the environment. 


wise 


A.2.4 DYNAMIC LOADING 


The stress analysis shall include consideration of potential 
dynamic loading on girth welds, such as loads from closure 
of check valves. This appendix does not apply to welds 
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strained at a rate greater than 10-3 seconds™! (a stressing rate 
of 30 kips per square inch per second for steel). 


A.3 Welding Procedure 
A.3.1 GENERAL 


The controls of the variables necessary to ensure an accept- 
able level of fracture toughness in a welding procedure are 
more stringent than those controlling welding procedures 
without minimum toughness requirements. Qualification of 
welding procedures to be used with this appendix shall be in 
accordance with Sections 5 or 12 of this standard, with the 
following exceptions and additional requirements: 


a. Crack-tip-opening displacement (CTOD) testing shall be 
performed in accordance with A.3.3. 

b. The tensile-strength specimen used to qualify the welding 
procedure shal] not fail in the weld. 


Any change in the essential variables specified below shall 
require re-qualification of the welding procedure: 


a. A change in the welding process or method of application. 
b. A change in the grade or manufacturer of the pipe material 
or a basic change in the chemical composition or processing 
by a single manufacturer. 

c. A major change in joint design (e.g., from U groove to V 
groove). Minor changes in the angle of bevel or the land of 
the welding groove are not essential variables. 

d. A change in position from roll to fixed, or vice versa. 

e. A change in the nominal qualified wall thickness of more 
than + 0.125 inch. 

f. A change in the size or type of filler metal, including a 
change of manufacturer, even within an AWS classification. 
g. An increase in the time between completion of the root 
bead and the start of the second bead. 

h. A change in direction (e.g., from vertical downhill to verti- 
cal uphill, or vice versa). 

i. A change from one shielding gas to another or from one 
mixture of gases to a different mixture. 

j- An increase or decrease in the flow rate of the shielding gas. 


Note: Both high and low values of gas flow rate shall be established 
during the procedure qualification test. Compiete mechanical tests 
including CTOD testing, are required, except that CTOD testing of 
the heat-affected zone is required for only one gas flow rate instead 
of for both high and low rates. 


k. A change in the shielding flux, including a change in man- 
ufacturer within an AWS classification. 

I. An increase or decrease in the heat input of any bead 
beyond the range actually qualified in the procedure qualifi- 
cation test. The heat input may be calculated from the 
following equation: 


J = 60VA/S 
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where 
= heat input (in joules per inch), 


voltage, 


mw 
i 


= amperage, 
S = speed (in inches per minute). 


Note: Both high and low values of heat input must be established 
during the procedure qualification test. Complete mechanical tests, 
including CTOD testing, are required. 


m. A change in the type of current (AC or DC) or polarity. 

n. A change in the requirements for pre-heat treatment. 

o. A change in the requirements for post-heat treatment or 
addition or deletion of a requirement for post-heat treatment. 
p. For automatic procedures, a change in pipe diameter. 


A.3.2 FRACTURE TOUGHNESS TESTING 


To use the alternative girth-weld acceptance criteria, the frac- 
ture toughness of the weld shall be determined by testing. The 
applicable fracture-toughness test method is the CTOD method. 
For the purpose of this appendix, one of two levels of minimum 
fracture toughness is acceptable: 0.005 in. or 0.010 in. 

CTOD tests shall be performed in accordance with BS 7448: 
Part 2, as supplemented by this appendix. The preferred test 
piece (B x 2B) shall be used. As shown in Figure A-1, the spec- 
imen should be oriented so that its length is parallel to the pipe 
axis and its width is in the circumferential direction; thus, the 
crack-tip line is oriented in the through-thickness direction. The 
specimen thickness (see Figure A-2) should be equal to the 
pipe thickness less the minimum amount of milling and grind- 
ing necessary to produce a specimen with the prescribed rect- 
angular cross section and surface finish from a curved pipe 
segment. (The weld reinforcement shall be removed.) The 
specimen should be etched after initial preparation to reveal the 
weld deposit and the geometry of the heat-affected zone. For 
weld-metal tests, the notch and fatigue crack tip should be 


located completely in weld metal; furthermore, for weld prepa- 
rations typical of pipeline girth welds, the notch and fatigue 
crack tip should be at the center of the weld (see Figure A-3). 

For each heat-affected zone test, a microhardness survey 
should be conducted on the specimen itself or on a weld 
cross-section coupon taken from the immediate vicinity of 
the specimen (see Figure A-4). The objective of this survey is 
to locate the area of greatest hardness (discounting isolated 
anomalous readings). This area will normally be found to be 
in the heat-affected zone, immediately adjacent to the fusion 
line for the last welding pass. The notch and fatigue crack tip 
should be placed so that they cross the area of greatest hard- 
ness, disregarding the fact that most of the resulting fatigue 
crack front will usually not be in the heat-affected zone. 

After testing, particular attention should be given to the 
validity criteria of 12.4.1 of BS 7448: Part 2; these criteria 
deal with the geometry of the fatigue crack front. For this 
appendix, the appropriate value of CTOD shall be 6,, 6,, or 
5, (These are mutually-exclusive terms defined in BS 7448: 
Part 2 that describe the three possible and mutually-exclusive 
outcomes of the test. The value of 5; [CTOD at initiation of 
stable crack growth] has no significance with regard to this 
appendix and need not be measured.) When 6,, applies, care 
should be taken to measure from the point of first attainment 
of maximum load. “Pop-in cracking” must be considered the 
controlling event if any load drop occurs. The test report shall 
include all items specified in Section 13 of BS 7448: Part 2. 
Particular attention should be given to reporting the position 
of the test specimen in the qualification weld and to distin- 
guishing whether the reported CTOD value represents 6. 5, 
or &,,. The test report shall also include a legible copy of the 
load-displacement record and a record of the appearance of 
the fracture surfaces; the latter requirement can be satisfied by 
a clear photograph of one or both fracture surfaces or by 
retaining one or both fracture surfaces (properly preserved 
and identified) for direct observation. 


Figure A-1—Location of CTOD Test Specimens 
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Figure A-2—Machining Objective for CTOD Test Specimen With Respect to Pipe Wall 
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Figure A-3—Location of Notch for Weld-Metal Specimen 
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Figure A-4—Location of Notch for Heat-Affected Zone Specimen 
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Reference imperfection size, a* (inches) 


0.0 0.0005 0.0010 0.0015 0.0020 0.0025 0.0030 0.0035 0.0040 0.0045 0.0050 


0.10 


0.05 


0.0 


Maximum applied axial strain, €, 


Notes: 

1. In addition to all other limitations, the height shall not exceed one-half the wall thickness. 

2. For interacting imperfections, the length and height of the imperfection shall be determined by Figure A-6. 
3. For surface imperfections, the allowable imperfection height, a*, is subject to the restriction of Note 1. 

4. For buried imperfections, the allowable imperfection height, 2a%, is subject to the restriction of Note 1. 
The status of a buried imperfection is determined by Figure A-6, Case 4. 

5. Limits on imperfection length are given in Table A-3. 

6. The maximum allowable applied axial strain may be limited by other standards and regulations. 

7. A residual strain of 0,002 in. per inch is included in each of the curves. 


Figure A-5——Alternative Acceptance Criteria for Circumferential Planar Imperfections 
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A.3.3 CTOD TESTING FOR PROCEDURE 
QUALIFICATION 


CTOD tests for procedure qualification shall be performed 
as described below and shall conform to the testing details 
described in A.3.2. For each welding procedure, both the 
weld metal and the heat-affected zone shall be tested. and 
each must satisfy the fracture-toughness requirement before 
the fitness-for-purpose criteria can be employed. Each test (of 
weld metal or heat-affected zone) shall consist of at least 
three valid specimen tests performed al or below the lowest 
anticipated service temperature. 

The three specimens shall consist of one each from the nom- 
inal twelve. three. and six o’clock positions on the test weld 
and should be permanently marked to identify the original 
position. If only one of the three valid specimen tests fails the 
fracture-loughness requirement, a second set of three tests may 
be performed: five of the six resulting valid specimen tests 
must meet the fracture-toughness requirement for the entire 
test (of weld metal or heat-affected zone) to be successful. 

The failure of a single specimen to meet the required 
CTOD necessitates a second set of tests for weld metal or 
heat-affected zone only: the test of the other portion of the 
weldment need not be repeated if it was originally successful. 
The weld metal and heat-affected zone tests must both suc- 
cessfully meet the fracture-toughness requirement for the 
procedure to be qualified for use with the alternative accep- 
tance criteria. 

Specimens that are incorrectly machined, that fail 10 meet 
the criteria for curvature of the fatigue crack front, or that 
upon fracture exhihit substantial weld imperfections adjacent 
to the crack front are defined as invalid specimens. Invalid 
specimens shall be discarded and replaced by new specimens 
on a one-for-one basis. 

The welding procedure may be qualified to a minimum 
fracture-toughness requirement of either 0.005 in. or 0.010 in. 
and thus become eligible to be used with the applicable 
acceptance criteria. An unsuccessful attempt to qualify for the 
0.010-in. minimum CTOD may still qualify for the 0.005-in. 
minimum level. 


A.4 Qualification of Welders 


Welders shall be qualified in accordance with Section 6. 
For automatic welding, the welding unit and each operator 
shall be qualified in accordance with 12.6. 


A.5 Inspection and Acceptable Limits 
A.5.1. PLANAR IMPERFECTIONS 


The length and height of an imperfection, and its depth 
below the surface, must be established by appropriate nonde- 
structive inspection techniques or otherwise justified before a 
decision to accept or reject can be made. Conventional radi- 
ography, as described in 11.1, is adequate for measuring 
imperfection length but is insufficient for determining height, 
particularly for planar imperfections such as cracks, lack of 
fusion, undercutting, and some types of lack of penetration. 
The use of ultrasonic techniques, radiographic techniques that 
employ densitometers or comparative visual reference stan- 
dards, acoustic imaging, inherent imperfection-size limita- 
tions due to weld-pass geometry, or any other technique for 
determining imperfection height is acceptable, provided the 
ltechnique’s accuracy has been established and any potential 
inaccuracy is included in the measurement: i.e., the determi- 
nation of imperfection height shall be conservative. The use 
of conventional radiography (see 11.1) to identify imperfec- 
tions that require height measurement by other means is 
acceptable. The acceptance limits for circumferential planar 
imperfections are shown in Figure A-5. Planar imperfections 
that are transverse to the girth weld. such as transverse cracks, 
shall be repaired or removed. 


A.5.2 VOLUMETRIC IMPERFECTIONS 


Buned volumetric (three-dimensional) imperfections, such 
as slag or porosity, contained in material with high fracture 
toughness are much less likely to cause failure than planar 
imperfections and may be evaluated either by the same 
method used for planar imperfections or by the simplified 
method shown in Table A-1. Surface-connected volumetric 
imperfections shall be treated as planar imperfections and 
evaluated according to the criteria of Figure A-5. 


Table A-1—Acceptance Limits for Buried Volumetric Imperfections 


Imperfection Type Height or Width Length 
Porosity Lesser of /4 or 0.25 in. Lesser of 1/4 or 0.25 in. 
Slag Lesser of #/4 or 0.25 in. 41 
Unrepaired burn-through v4 2r 


Note: The simplified limits given in this table may be applied for minimum CTOD levels of either 
0,005 in. or 0.010 in., but only within the scope of this appendix. Alternatively. the company may elect 
to treat these imperfections as planar imperfections and employ Figure A-S. This table shall not be used 
with the surface-connected volumetric imperfections (Figure A-6. Case 1) and surface-interacting 
imperfections (Figure A-6, Cases 3 and 4), which shall be evaluated by Figure A-5. 

‘Limited to 3% of the projected area. 


‘i 
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A.5.3 ARC BURNS 


Arc burns may occur on the internal or external surface of 
the pipe as a result of inadvertent arc strikes or improper 
grounding. They generally appear as a pit or cavity visible to 
the eye or as a dense area on the radiograph. The cavity may 
be surrounded by a hard heat-affected zone that may be of 
lower toughness than the base material or the weld deposit. 

The acceptance limits for unrepaired arc burns are given in 
Table A-2 and are based on the premise that the heat-affected 
zone has zero toughness but that any planar imperfection 
originating within the heat-affected zone is blunted at the 
edge of the zone. Substantial data indicate that the total depth 
of the arc burn, including the heat-affected zone, is less than 
half the width of the burn. 

Arc burns that contain cracks visible to the eye or on con- 
ventional radiographs are not covered by this appendix and 
shall be repaired or removed. 


A.5.4 IMPERFECTION INTERACTION 


If adjacent imperfections are close enough, they may 
behave as single larger imperfections. Figure A-6 shall be 
used to determine whether interaction exists. If it does, the 
effective imperfection sizes shown in Figure A-6 shall be 
computed and the acceptability of the effective imperfection 
shall be evaluated by the applicable acceptance criteria. If a 
repair is indicated, any interacting imperfections shall be 
repaired in accordance with A.8. 


A.6 Record 


A company representative shall record on a suitable form 
the type, location, and dimensions of al] imperfections 
accepted in accordance with this appendix. This record shall 
be filed with the radiographs or other records of nondestruc- 
tive tests of the pipeline. ; 


A.7 Example 
A.7.1| DESCRIPTION 


Consider a pipeline project that uses 36-in.-diameter, 
0.812-in.-wall, API 5L-65 pipe. The field pipe-to-pipe girth 
welds are to be made by automatic gas metal-arc welding and 
are to receive essentially 100% nondestructive examination. 
The welding procedure has been qualified to a CTOD value 
of 0.010 in. in accordance with this appendix. The stress anal- 
ysis has resulted in an estimate of maximum applied axial 
strain of 0.002 in. per inch. None of the restrictions of A.2.2 
through A.2.4 have been violated. The company has arranged 
for use of a nondestructive testing technique capable of deter- 
mining imperfection height and has sufficient documentation 
to demonstrate that imperfections will be no more than 
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0.050 in. larger than indicated by the inspection report. The 
company has chosen to apply this inspection technique only 
to imperfections that fail the acceptance standards of 
Section 9 and to use conventional radiography to determine 
conformance with that section. 


A.7.2. CALCULATIONS AND ACCEPTANCE 
CRITERIA 


The steps for calculating the allowable dimensions of pla- 
nar imperfections are shown in A.7.2.1 through A.7.2.9. 


A.7.2.1 Step 1 
The following pertinent information is collected: 


a. The pipe diameter, D, is 36 in. 
b. The pipe wall thickness, ¢, is 0.812 in. 
c. The qualified minimum CTOD is 0.010 in. 


d. The maximum applied axial strain, €a, is 0.002 in. 
per inch. 


e. The allowance for inspection error is 0.050 in. 


A.7.2.2 Step 2 


Figure A-5 is consulted to determine a*. For €, = 0.002 in. 
and CTOD = 0.010 in., a* = 0.36 in. 


A7.2.3 Step3 


The tentative allowable surface imperfection height (see 
Figure A-5, Note 3) and the tentative allowable buried imper- 
fection height (see Figure A-5, Note 4) are determined. For 
surface imperfections, 

Galls,t = a* = 0.36 in. 


For buried imperfections, 


aati. = 2a* = 0.72 in. 


Table A-2—Acceptance Limits for Unrepaired 
Arc Burns 


Measured Dimension Acceptance Limii 
Renee een ence ce ne EEE a err ryt TIPO] ran 
Width Lesser of f or ~/)6 in. 
Length (any direction) Lesser of ¢ or 5/4, in. 


Depth (to bottom of crater) 1/y¢ in. 


Note: The limits given in this table apply for minimum CTOD levels 
of either 0.005 in. or 0.010 in., but only within the scope of this 
appendix. 


ie 
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Interaction If interaction exists, 
exists if effective imperfection size is 
ag = Gg 
S<C, + 
Case 1 20g = 2C, +S + 2C5 
2a, = 28; + So + 2a, 
$< Ch + & 
Case 2 ane 
Sp < a, + a 
2g = 2C, + $1 +205 
Ag = 28, + Sp + Go 
§, < Cc, + & 
and 
So < a, + a/2 
Case 3 20. = 20, + $,+2€5 
a= d+ 23 
d<a 
2C,= 2¢ 
Case 4 
g 2a, = 283 
1% S$, <0, + & 
and 
Case 5 Sq < ay + A> 
20g = 20, + S$, + 2e5 
Figure A-6—Criteria for Evaluation of Imperfection Interaction 
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A.7.2.4 Step 4 


The tentative allowable imperfection sizes are compared 
with Figure A-5, Note 1, to determine the maximum allow- 
able imperfection sizes: 

max = 0.51 = 0.406 in. 
For surface imperfections, 
alist = Amax 
Therefore, 
alls = Gall,s.t = 0.360 in. 
For buried imperfections, 
2@alib,t > Amax 
Therefore, 


2Gau, b = max = 0.406 in. 


A.7.2.5 Step 5 


In accordance with Figure A-5, Note 5, Table A-3 is con- 
sulted to determine the limits on allowable imperfection 
length. The relevant imperfection dimensions are computed 
as follows: For a/t = 0.25, 


0.251 = 0.203 in. 


a] 


2c; 


0.4D = 14.4 in. 


2c. = 4f=3.25 in. 


A.7.2.6 Step6 


The D/t ratio is computed, and compliance with Table A-3, 
Note 2, is checked as follows: 


Dft = 36/0.812 = 44.3 > 17 
Therefore, 2c> is unchanged. 


A.7.2.7 Step 7 


The height limit for shallow imperfections, a, is compared 
with the maximum allowable imperfection sizes to determine 
whether imperfections greater than 25% of the wall thickness 
are permissible. For surface imperfections, 
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For buried imperfections, 
a) <2aanb 
202.5 =2¢)= 3.25 in. 


Note: If the allowable size of a surface or buried imperfection were 
less than a1, the respective value of 2c. would be set equal to zero 
and the respective value of a; would be reduced to the respective 
value of aay determined in A.7.2.4. 


Table A-8—Imperfection Length Limits 


Ratio of Height to Allowable Imperfection Length, 
Wall Thickness 2c 
0 < alt <0.25 0.4D 
0.25 < alt < 0.50 41 (see Note 2) 
0.50 < alt 0 


Notes: 

1. The limits given in this table apply for minimum CTOD levels of 
either 0.005 in. or 0.010 in., but only within the scope of this appendix. 
2. This value is applicable when D/t is greater than 17; Figure A-7 is 
applicable when D/t is less than or equal to 17. 


A.7.2.8 Step 8 


A table of allowable imperfection dimensions is con- 
structed in accordance with Table A-3. Table A-4 is an exam- 
ple of such a tabie, using the allowable dimensions and 
notation of this example. 


A7.2.9 Step 9 


The acceptable dimensions for planar imperfection are 
determined from the allowable dimensions by subtracting the 
allowance for inspection error from each depth or height value: 


ace = Gal| ~ (allowance for inspection error) 


Table A-5 gives the acceptable dimensions for planar 
imperfections for this example. 


A.7.3. EVALUATION OF IMPERFECTIONS 


Table A-1 gives the acceptance limits for porosity slag, and 
unrepaired burn-through. As the note to the table indicates, 
the company could elect to treat these as planar imperfections 
and use the same acceptance criteria. In this example, the 
company chooses not to do so but to use sizes determined 
from Table A-1. The resulting acceptance criteria are given in 
Table A-6. The inspection accuracy factor is not included in 
this case because these allowable imperfection sizes are 
already smaller than the allowable fracture-critical imperfec- 
tion sizes for planar imperfections. 

Table A-6 also includes acceptance criteria for arc burns, 
determined from Table A-2. 
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2c/t 
Application only when 
24-E 3<Dit<17 4 
and 
0.25 < a/t< 0.50 
— =a 
3 5 7 11 13 15 17 
Dit 
Note: This figure is applicable only when 3 < D/r S$ 17 and 0.25 < a/r < 0.50. 
Figure A-7—Length Limit for Deep Imperfections in Heavy-Wall Pipe 
Table A-4—Allowable tmpertection Dimensions for Example 
Surface Imperfections Buned Imperfections 
Height Allowable Length Height Allowable Length 
0-a;. 2c] 0-a1p 2c] 
a1 galls 2c2§ 1 b-24aN.b 22 
0-0.203 in. 14.40 in. 0-0.203 in. 14.40 in. 
0.204—0.360 in. 3.25 in. 0.204—0.406 in. 3.25 in. 
Table A-5—Acceptable Planar Imperfection Dimensions for Example 
Surface Imperfections Buried Imperfections 
Measured Height Acceptable Length Measured Height Acceptable Length 
(inches) (inches) (inches) (inches) 
0-0.153 14.40 0-0.153 14.40 
0.154—-0.310 3.25 0.154-0.356 3.25 
> 0.310 0.00 > 0.356 0.00 


The inspector takes copies of Table A-6 and Figure A-6 to 
the job site and then performs the following steps for each 
imperfection located on the radiograph: 


a, The inspector determines the imperfection type and length 
from the radiograph. 

b. The inspector compares the type and length with the 
acceptability criteria of Section 9. If the imperfections are 
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acceptable, repair or removal is not required. 

c. If the imperfections do not meet the acceptability criteria 
of Section 9, the inspector determines the imperfection height 
(and for buried imperfections, the proximity to the surface), 
using the auxiliary inspection technique. (If the auxiliary 
inspection technique also measures imperfection length, the 
company may elect lo improve the estimate of imperfection 
length at this time.) 
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d. The inspector compares the imperfections with Figure A-6 A. Nomenciature 
to determine whether interactions exist and whether nomi- 
nally buried imperfections should be treated as buried or 
surface imperfections. If interactions with other imperfec- 
tions or free surfaces exist, the inspector computes new 


a = maximum height of a surface imperfection, or 
one-half the height of a buried imperfection mea- 
sured in a radial direction (see Figure A-8). 


effective imperfection sizes as shown in Figure A-6. q* = reference imperfection size (see Figure A-5). 
e. The inspector compares the imperfection dimensions with acc = acceptable size of planar imperfection = 
Table A-6 to determine final acceptability. If the imperfec- Gay ~ (allowance for inspection error). 

tions are acceptable, no repair or cutout is required, but A.6 aq = allowable imperfection size. 

requires that the imperfection type, location, and dimensions Gmax = maximum allowable imperfection size. 


be recorded and filed. If the imperfections are not acceptable, 


; : de = effective imperfection size (see Figure A-6). 
repair or removal is necessary. 


ap = size of buried imperfection. 


Table A-6—Example Alternative Acceptance Criteria as = size of surface imperfection. 
a, = tentative imperfection size. 


ae eek i a, = height limit for shallow imperfection. 
imperfection Type (inches) (inches) B = thickness of CTOD specimen. 
Planar surface Imperfections 0-0,153 14.400 2c; = maximum length of shallow imperfection. 
0.154-0.310 3.250 2c. = maximum length of deep imperfection. 
Planar buried Imperfections 0-0.153 14.400 : : ; 
0.154-0.356 3.250 D = outside diameter of pipe. 
Porosity 0.2038 0.2034 d = depth of a buried imperfection beneath the nearest 
Slag 0.203% 3.250 free surface (see Figures A-6 and A-8). 
Unrepaired burn-through 0.203% 1.620 J = heat input. 
Arc burns ee Hef S* = severity of fatigue spectrum. 
aAcceptable size for any dimension. t = nominal pipe wall thickness. 
bAcceptable height. 6 = Crack-tip opening disp!acement (CTOD), in 
©Acceptable width and length. inches. 
6, = CTOD at either unstable fracture or pop-in with- 
A.8 Repairs out evidence of slow crack growth. 
Any imperfections that are not acceptable under the provi- 3, = CTOD at either unstable fracture or pop-in with 
sions of this appendix shall be repaired or removed in accor- evidence of slow crack growth. 
dance with Sections 9 and 10. &, = CTOD at first attainment of maximum load. 


D= outside diameter 
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APPENDIX B—IN-SERVICE WELDING 


B.1 


This appendix covers recommended welding practices for 
making repairs to or installing appurtenances on pipelines 
and piping systems that are in service. For the purposes of 
this appendix, in-service pipelines and piping systems are 
defined as those that contain crude petroleum, petroleum 
products, or fuel gases that may be pressurized and/or flow- 
ing. This appendix does not cover pipelines and piping sys- 
tems that have been fully isolated and decommissioned, or 
have not been commissioned. 


General 


There are two primary concerns with welding onto in-ser- 
vice pipelines. The first concern is to avoid “burning through,” 
where the welding arc causes the pipe wall to be breached. 
The second concern is for hydrogen cracking, since welds 
made in-service cool at an accelerated rate as the result of the 
flowing contents’ ability to remove heat from the pipe wall. 


Burning through is unlikely if the wall thickness is 
0.250 in. (6.4 mm) or greater, provided that low-hydrogen 
electrodes (EXX18 type) and norma] welding practices are 
used, Welding onto thinner-wall in-service pipelines is possi- 
ble and considered routine by many companies, however, 
special precautions, such as the use of a procedure that limits 
heat input, are often specified. 

For hydrogen cracking to occur, three conditions must be 
satisfied simultaneously. These conditions are: hydrogen in 
the weld, the development of a crack-susceptible weld micro- 
structure, and tensile stress acting on the weld. To prevent 
hydrogen cracking, at least one of the three conditions neces- 
sary for its occurrence must be minimized or eliminated. For 
welds made onto in-service pipelines, success has been 
achieved using low-hydrogen electrodes or a low-hydrogen 
process and, since low hydrogen levels cannot always be 
guaranteed, using procedures that minimize the formation of 
crack-susceptible microstructures. The most common proce- 


dures use a sufficiently high heat input level to overcome the 
effect of the flowing contents. Several heat input prediction 
methods have been developed, including a thermal analysis 
computer model.! While these or other proven methods are 
useful in predicting the heat input required for a given in-ser- 
vice welding application, they are not a substitute for 
procedure qualification (Section B.2). Preheating, where 
practicable, and/or the use of a temper-bead deposition 
sequence, can also reduce the risk of hydrogen cracking. For 
some pipeline operating conditions, the ability of the flowing 
contents to remove heat from the pipe wall tends to make the 
effective use of preheating difficult. Examples of typical tem- 
per-bead deposition sequences are shown in Figure B-1. To 
minimize the stress acting on the weld, attention should also 
be given to proper fit-up to minimize the stress concentration 
at the root of the weld. 

The successful application of in-service welding must 
achieve a balance between safety on one hand and the preven- 
tion of unsatisfactory material properties on the other. For 
example. if the pipe wall is thin [i.e., less than 0.250 in. 
(6.4 mm)], it may be necessary to limit heat input to minimize 
the risk of burning through: however, a low heat input level 
may be insufficient to overcome the ability of the contents to 
remove heat from the pipe wall, resulting in excessive weld 
cooling rates and a subsequent risk of hydrogen cracking. 
Thus, a compromise must be reached. When the maximum 
allowable heat input to avoid burning through is insufficient 
to provide adequate protection against hydrogen cracking, 
then alternative precautions (e.g., a temper bead deposition 
sequence) must be used. 


l“Investigation and Prediction of Cooling Rates During Pipeline 
Maintenance Welding, and User’s Manual for Battelle’s Hot Tap 
Thermal-Analysis Models,” APJ Order No. D1 2750. 


A 


Branch weld 


Notes: 


Sleeve weld 


1. A layer of weld metal “buttering” is first deposited using stringer beads. 
2. Higher heat input levels are used for subsequent passes. which refine and temper the HAZ of the first layer. 


Figure B-1—Examples of Typical Temper-Bead Deposition Sequences 
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The majority of this appendix pertains to preventing hydro- 
gen cracking in m-service welds. If the pipe wall thickness is 
less than 0.250 in. (6.4 mm), the nsk of buming through 
should be considered. The previously mentioned thermal 
analysis computer model! or another proven method should 
be used to determine heat input limits for these applications. 
Additional consideration should also be given for welding 
onto in-service pipelines and piping systems that contain 
products that become explosively unstable upon the applica- 
tion of heat, or that contain products that will affect the pipe 
material by rendering it susceptible to ignition, stress corro- 
sion cracking, or embrittlement. Additional guidance can be 
found in API Recommended Practice 2201. 

The requirements for fillet welds in the main body of 
API Standard 1104 should be applied to in-service welds 
that contact the carrier pipe, except for the alternative/ 
additional requirements specified below. 


B.2 Qualification of In-Service Welding 
Procedures 


The procedure qualification requirements for fillet welds in 
Section 5 should be applied to in-service welds, except for the 
alternative/additional requirements specified below. 


B.2.1 PROCEDURE SPECIFICATION 
B.2.1.1. Specification Information 


B.2.1.1.1 Pipe and Fitting Materials 


For in-service welds. the carbon equivalent of the material 
to which the procedure applies should be identified in addi- 
tion to specified minimum yield strength. Carbon equivalent 
levels may be grouped. 


B.2.1.1.2 Pipeline Operating Conditions 


For in-service welds, the pipeline operating conditions 
(pipe contents, flow rate, etc.) for which the procedure applies 
should be identified. Conditions may be grouped. 


B.2.1.1.3 Heat Input Range 


For procedures intended to overcome the effect of the flow- 
ing contents by using a sufficiently high heat input level? 
(heat input control procedures), the required heat input range 
should be specified. 


B.2.1.1.4 Weid Deposition Sequence 


For procedures intended to overcome the effect of the 
flowing contents by using temper bead deposition sequence 


2CEqw = %C + %Mnv/6 + (GCu + WNiV15 + (9Cr + %Mo + INYVS. 
3Heat Input (kJ/inch) = (Amps x Volts x 60)/(Travel Speed [inch/min] 
> 1000) - or - Heat Input (kJ/mm) = (Amps x Volts)(Travel Speed 
{mm/sec] * 1000). 
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(temper bead procedures), the required weld deposition 
sequence should be specified. 


B.2.2 ESSENTIAL VARIABLES 
B.2.2.1 
B.2.2.1.1 


Changes Requiring Requalification 
Pipe and Fitting Material 


For in-service fillet welds, specified minimum yield 
strength is not an essential variable. 


B.2.2.1.2 Pipeline Operating Conditions 


For in-service welds, an increase in the severity of the pipe- 
line operating conditions (in terms of weld cooling rates) 
above the group qualified constitutes an essential variable. 


B.2.2.1.3 Pipe Wall Thickness 


For in-service fillet welds, pipe wall thickness is not an 
essential variable. 


B.2.2.1.4 Weld Deposition Sequence 


A change from a temper bead deposition sequence to some 
other deposition sequence constitutes an essential variable. 


B.2.3 WELDING OF TEST JOINTS 


The requirements in Section 5.7 for branch and sieeve 
welds are appropriate for in-service welding. Pipeline operat- 
ing conditions that affect the ability of the flowing contents to 
remove heat from the pipe wall should be simulated while test 
joints are being made. 


Note: Filling the test section with water and allowing water to flow 
through the test section while the test joint is being made has been 
shown to produce thermal conditions equivalent to or more severe 
than any typical in-service welding application (see Figure B-2). 
Procedures qualified under these conditions are therefore suitable for 
any typical in-service application. Other media (e.g.. motor oil) may 
be used to simulate less severe thermal conditions. 


B.2.4 TESTING OF WELDED JOINTS 


B.2.4.1. Preparation 


The requirements in Section 5.8 are appropriate for in-ser- 
vice welding, except that test specimens should be cut from 
the joint at the locations shown in Figure B-3 and the mini- 
mum number of specimens and the tests to which they are to 
be subjected is shown in Table B-1. 


B.2.4.2 Longitudinal Seam Welds 


The longitudinal seam welds of full encirclement sleeves 
should be tested in accordance with Section 5.6. The backing 
material, if used. should be removed and the specimens may 
be flattened at room temperature before testing. 
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B.2.4.3 Branch and Sieeve Welds 


Branch and sleeve welds should be tested in accordance 
with Section 5.8, except for testing of the additional speci- 
mens indicated in Section B.2.4.1. 


B.2.4.4 Macro-Section Tests—Branch and 
Sleeve Welds 


B.2.4.4.1. Preparation 


The macro-section test specimens (see Figure B-4) should be 
at least 1/5 in. (13 mm) wide. They may be machine cut, or oxy- 
gen cut, oversized, and machined by a nonthermal process to 
remove at least '/, in. (6 mm) from the side(s) that will be pre- 
pared. For each macro-section test specimen, at least one face 
should be ground to at least a 600 grit finish and etched with a 
suitable etchant, such as ammonium persulfate or dilute hydro- 
chloric acid, to give a clear definition of the weld structure. 


B.2.4.4.2 Visual Examination 


The cross section of the weld is to be visually examined 
with lighting that will sufficiently reveal the details of the 
weld soundness. The use of optical devices or dye penetrants 
is not necessary. 


B.2.4.4.3 Hardness Testing 


Two of the four macro test specimens should be prepared 
for hardness testing in accordance with ASTM Standard E92. 
A minimum of five indentations should be made using a 
Vickers indenter and a 10-kg load in the coarse-grained heat- 
affected zone (HAZ) at the weld toe of each specimen. 


B.2.4.4.4 Requirements 


A visual examination of the cross section of the weld 
should show that it is completely fused at the root and free of 
cracks. The fillet weld should have leg lengths that are at least 
equal to the lengths specified in the procedure qualification 
and should not deviate in concavity or convexity by more that 
1/;6 in. (1.6 mm). The depth of the undercutting should not 
exceed !/39 in. (0.8 mm) or 12!/2% of the pipe wail thickness, 
whichever is smaller. Procedures that produce HAZ hardness 
values in excess of 350 HV should be evaluated with regard 
to the risk of hydrogen cracking. 


B.2.4.5 Face-Bend Test-—Branch and Sleeve Welds 
B.2.4.5.1. Preparation 


The face-bend specimens (see Figure B-5) should be 
approximately 9 in. (230 mm) long and approximately 1 in. 
(25 mm) wide. They may machine cut, or oxygen cut over- 
sized and machined by a non-thermal process to remove at 
least 1/g in. (3 mm) from each side. The sides should be 
smooth and parallel, and the long edges rounded. The sleeve 
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or branch and reinforcements should be removed flush with 
the surface, but not below the surface of the test specimen. 
Any undercut should not be removed. 


Note: In leu of taking separate specimens for the face-bend test. the 
remaining portion of the nick break specimens may be used. 


B.2.4.5.2 Method 


The face-bend specimens should not be tested less than 24 
hours after welding. The face-bend specimens should be bent 
in a guided-bend test jig similar to that shown in Figure 9. 
Each specimen should be placed on the die with the weld at 
mid span. The face of the weld should be placed toward the 
gap. The plunger should be forced into the gap unul the cur- 
vature of the specimen is approximately U shaped. 


B.2.4.5.3 Requirement 


The face-bend test should be considered acceptable if, after 
bending, no crack or other imperfection exceeding Ye in. 
(3 mm) or one-half the nominal wall thickness, whichever is 
smaller, in any direction is present in the weld metal or heat 
affected zone. Cracks that originate on the outer radius of the 
bend along the edges of the specimen during testing and that 
are less than !/4 in. (6 mm), measured in any direction, should 
not be considered unless obvious imperfections are observed. 


B.3 In-Service Welder Qualification 


For in-service welding, the welder should be qualified to 
apply the specific procedure being used according to the 
requirements of Section 6.2, except for the alternative/addi- 
tional requirements specified below. 


B.3.1 WELDING OF TEST ASSEMBLY 


For in-service welding, pipeline operating conditions that 
affect the ability of the flowing contents to remove heat from the 
pipe wall should be simulated while test joints are being made. 


Note: Filling the test section with water and allowing water to flow 
through the test section while the test joint is being made has been 
shown to produce thermal conditions equivalent to or more severe 
than any typical in-service welding application (see Figure B-2). 
Welders qualified under these conditions are therefore qualified for 
any typical in-service application. Other media (e.g., motor oil) may 
be used to simulate less severe thermal conditions. 


For heat input control procedures, the welder should be 
able to demonstrate the ability to maintain a heat input level 
within the range specified. For temper bead procedures, the 
welder should be able to demonstrate proper bead placement. 


B.3.2 TESTING OF WELD 


The weld should be tested and considered to be acceptable 
if it meets the requirements of 6.4 and 6.5. 


Wt 
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Note: This test position qualifies the procedure for all positions. Tests may be performed in other 
positions which will qualify the procedure for that position only. 


Figure B-2—Suggested Procedure and Welder Qualification Test Assembly 


B.3.3 RECORDS 


The pipeline operating conditions (pipe contents, flow rate, 
etc.) for which the welder is qualified should be identified. 
Conditions may be grouped. 


B.4 Suggested In-Service Welding 
Practices 


The requirements for production welding in Section 7 
should be applied to in-service welds, except for the alterna- 
tive/additional requirements specified below. 

Before welding onto an in-service pipeline or piping system, 
welders should consider aspects that affect safety, such as oper- 
ating pressure, flow conditions, and wall thickness at the loca- 
tion of the welding. The areas to be welded should be inspected 
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to ensure that imperfections are not present and that the wall 
thickness is adequate. All welders performing repair work 
should be familiar with the safety precautions associated with 
cutting and welding on piping that contains or has contained 
crude petroleum, petroleum products, or fuel gases. Additional 
guidance can be found in API Recommended Practice 2201. 


B.4.1 ALIGNMENT 
B.4.1.1 Fit-Up 


For sleeve and saddle welds, the gap between the sleeve or 
saddle and the carrier pipe should not be excessive. Clamping 
devices should be used to obtain proper fit-up. When neces- 
sary, weld metal build-up on the carrier pipe can be used to 
minimize the gap. 
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Note: T = tensile; RB = root bend; FB = face bend; NB = nick bend; 
SB = side bend; MT = macro test. 


Figure B-3—Location of Test Specimens—In-Service Welding Procedure Qualification Test I 

Table B-1—Type and Number of Specimens—In-Service Welding Procedure Qualification Test l 

Number of Specimens# ] 

Wall Thickness Weld Type Tensile Nick-Break Root Bend Face Bend Side Bend Macro Test Total | 
< 0.500 inch Groove 2 2 2 2 8 
(12.7 mm) Sleeve qb 4 4 12 
Branch 4b 4 4 12 
> 0.500 inch Groove 2 2 4 8 
(12.7 mm) Sleeve 4b 4 4 12 
Branch 4b 4 4 12 


_.  ®For pipe or branch diameter less than or equal to 4.500 in. (114.3 mm), two welds may be required. 


bat the owner’s option. the remaining portion of these specimens may be prepared for and submitted to the face-bend test (see B.2.4.5) after they 
are submitted to the nick-break test. 


SHA 
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Note: Smooth and etch at least one face of each weld specimen cross section with a suitable 
etchant to give a clear definition to the weld structure. 


Figure B-4—Macro Test Specimen—in-Service Welds 


Weld ground flush 


Wall 
thickness 


BRANCH WELD 


(see Note 2) 


Wall 
thickness 


SLEEVE WELD 


Test specimen 
(see Note 3) 


See Note 1 
F 
Approximately 1" (25 mm) 
me 


_ Approximately 9" (230 mm) a 


SLEEVE/ 
BRANCH REMOVED 


Notes: 


1/g" (8 mm) max. R 
all corners 


1. Test specimens may be machine cut or oxygen cut oversized and machined (see B.2.4.5.1). 

2, The sleeve or branch weld reinforcement should be removed flush with the surface of the test 
specimen. The branch weld test specimen is shown in the axial direction; specimens in the other 
direction are curved. Test specimens should not be flattened prior to testing. 

3. Where wall thickness is greater than 0.500 in. (12.7 mm), it may be reduced to 0.500 in. (12.7 mm) 


by machining the inside surface. 


4. In lieu of taking separate specimens for the face bend test, the remaining portion of the nick-break 


specimens may be used. 


Figure B-5—Face-Bend Test Specimen 


B.4.1.2 Root Opening—Longitudinal Seam Welds 


For longitudinal butt welds of full encirclement slecves, 
when 100% penetration is required, the root opening (the space 
between abutting edges) should be sufficient. These joints 
should be fitted with a mild steel back-up strip or suitable tape 
to prevent penetration of the weld into the carer pipe. 


10:22:07 
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Note: Penetration of the longitudinal butt weld into the carrier pipe 
is undesirable since any crack that might develop is exposed to the 
hoop stress in the carrier pipe. 


B.4.2 WELDING SEQUENCE 


Suggested sleeve and branch welding sequences are shown 
in Figures B-6 through B-11. 
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B.5 Inspection and Testing of In-Service 
Welds 


The requirements for inspection and testing in Section 8 
should be applied to in-service welds, except for the alterna- 
tive/additional requirements specified below. 

Since in-service welds that contact the carrier pipe are par- 
ticularly susceptible to underbead or delayed hydrogen crack- 
ing, an inspection method that is capable of detecting these 
cracks, particularly at the carrier pipe weld toe, should be used. 


Note: Magnetic particle testing, ultrasonic testing. or a combination 
of both, using properly developed, qualified, and approved proce- 
dures, have been shown to be effective at detecting hydrogen cracks 
at the toe of sleeve-, saddle-, and branch-to-carrier pipe welds. 


B.6 Standards of Acceptability: 
Nondestructive Testing 
(Including Visual) 


The standards of acceptability in Section 9 for imperfec- 
tions located by nondestructive testing should be applied to 
in-service welds. 


B.7 Repair and Removal of Defects 


The requirements in Section 10 for the repair and removal 
of defects should be applied to in-service welds. Care should 
be taken during the removal of the defect to ensure that the 
wall thickness is not reduced to less than that which is accept- 
able for the operating pressure of the carrier pipe. 


Note: This is the suggested welding sequence; others may be followed at the discretion of the company. 


Figure B-6—Reinforcing Pad 
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Noie: This is the suggested welding sequence: others may be followed at the discretion of the company. 


Figure B-7—Reinforcing Saddle 


KZA ZLB 


Alternative 
design 


Note: This is the suggested welding sequence; at the discretion of the company. others may 
be followed and circumferential welds. numbers 3 and 4 need not be made. 


Figure B-8—Encirclement Sleeve 
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Notes: 
1. This is the suggested welding sequence, others may be followed at the discretion of the company. 


2. When in operation, the fitting is at pipeline pressure. 


Figure 8-9—Encirclement Tee | 


RL Zo 
MALS 
YALL LS 


Alternative 
design 


Note: This is the suggested welding sequence; at the discretion of the company, others may 
be followed and circumferential welds, numbers 3 and 4 need not be made. 


Figure B-10—Encirclement Sleeve and Saddle ] 
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Note: This is the suggested welding sequence; others may be followed at the discretion of the company. 
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Figure B-11—Encirclement Saddle 
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